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(54) ACRYLIC BLOCK COPOLYMER AND THERMOPLASTIC RESIN COMPOSITION 

(57) The present invention provides a novel acrylic block copolymer rich in flexibilify and excellent in mechanical 
strength, moldablllty, oil resistance, heat resistance, thermal decomposition resistance, weather resistance, and com- 
pression set, and further rich in reactivity. The present invention also provides compositions, seal products, and auto- 
mobile, electric, and electronic parts, all of which include the acrylic blocl< copolymer. The acrylic block copolymer 
includes a methacrylic polymer block (a) and an acrylic polymer block (b), at least one of the polymer blocks containing, 
in its main chain, at least one acid anhydride group (c) represented by formula (1 ): 
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T- (wherein R^s each represent hydrogen or a methyl group and may be the same or different, n represents an Integer 
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Description 
Technical Field 

5 [0001] The present invention relates to nonconventlonal aciylio blocl< copolymers and compositions which are rich 
in flexibility and excellent In mechanical strength, moldability, oil resistance, heat resistance, thennal decomposition 
resistance, weather resistance, and compression set, and Is further rich in reactivity. 

[0002] The present invention also relates to seal products for automobiles, home electric appliances, or office electric 
appliances, and automobile, eiectric, and electronic parts all of which are produced using tlie acrylic blocl< copolymers 
10 or compositions comprising the acrylic block copolymers. 

[0003] The present invention further relates to a process for producing the acrylic b\ock copolymers. 

Background Art 

15 [0004] Although vulcanized rubber has excellent flexibility and excellent rubber elasticity, rubber must be mixed with 
an additive and vulcanized in molding to increase the molding cycle time and complicate the molding process, thereby 
causing a problem of moldability. Also, vulcanized rubber is disadvantageous in that it is not melted even by reheating 
after molding and vulcanization, and thus it cannot be post-processed by bonding or the like and is difficult to recycle 
after use. 

20 [0005] From this viewpoint, in recent years, thermoplastic elastomers have been increasingly used in place of vul- 
canized rubber. For example, In automobile vehicles, various seal parts such as glass run channels, weatherstrips, 
various boots, draining moldings, and the like are used. 

These parts are mostly made of vulcanized rubber, but lightweight and recyclable oiefinic themnoplastic elastomers 
have been recently brought into use for some of the seal parts from the viewpoint of improvement in fuel consumption 

25 and environmental problems. 

[0006] A thermoplastic elastomer generally has an alloy structure comprising a mbber component (soft segment) 
exhibiting entropy elasticity, and a restrictive component (hard segment) which flows at high temperatures but inhibits 
plastic defomiation at room temperature to cpve a reinforcing effect to the rubber component. For example. In a styrenic 
elastomer, a styrene block aggregates and functions as a hard segment, and a butadiene block or an Isoprene block 

30 forms a matrix and functions as a soft segment. An oiefinic elastomer has an alloy structure In which rubber such as 
ethylene-propylene-diene copolymer rubber (EPDM) or the like is dispersed in a polypropylene (PP) resin or the IIKe. 
Any type of thennoplastio elastomer can be themioplastically processed by injection molding or the like because the 
hard segment flows at high temperatures. However, conventional styrenic or oiefinic thennoplastlc elastomers are 
disadvantageous In that they have insufficient mbber elasticity and heat resistance (corresponding to compression set 

35 characteristics al high temperatures) in comparison to vulcanized rubber and also have low oil resistance. On the 
other hand, as thennoplastic elastomers having excellent oil resistance, acrylic block copolymers having methacryiio 
blocks and acrylic blocks have been recently disclosed, as disclosed in Japanese Patent No. 2,553,134. Like the 
styrenic elastomers, these elastomers have excellent moldability, but have the disadvantage that they have low heat 
resistance. Also, the hard segments of themioplastic elastomers flow at high temperatures, and thus the thermoplastic 

40 elastomers can be thermoplastteally processed. However, when the themnal decomposition temperatures of the ther- 
moplastic elastomers are lower than injection moldingtemperatures, the thennoplastic elastomers thermally deteriorate 
in some cases. Particularly, methacrylic polymers are often decomposed to monomers at 170°C to 250°C by depo- 
lymerization (Polymer Handbook Third Edition; Wiley-lnterscience 1989). When high-temperature heat stability is re- 
quired, therefore, these polymers cannot be used disadvantageously. 

45 [0007] On the other hand, it has been known that thermoplastic elastomers are added for modifying resins, for ex- 
ample, improving the impact resistance of thermoplastic resins, or compounded as soft materials with thermoplastic 
resins (refer to, for example, Japanese Unexamined Patent Application Publication No. 1 0-279738). The styrenic elas- 
tomers and oiefinic elastomers are nonpolar resins and thus can be used for modifying other nonpolar resins. 
However, the elastomers are poor in compatibility with polar resins, and thus compatibllizers must be added for mod- 

50 ifying polar resins, or compounds such as maleic anhydride orthe like must be added as grafts to thermoplastic elas- 
tomers, for modifying the elastomers (refer to, for example, Japanese Unexamined Patent Application Publication Nos. 
7-1 73390 and 2000-265033). In this case, modification can be made, but oil resistance deteriorates due to the char- 
acteristics of the styrenic or oiefinic thermoplastic elastomers. Although the above-described acrylic block copolymers 
have higher oil resistance and compatibility than those of the styrenic or oiefinic thennoplastic elastomers, the oil 

55 resistance and compatibility are still at insufficient levels. There is thus demand for development of thermoplastk: elas- 
tomers excellent in oil resistance, heat resistance, and thermal decomposition resistance, and also excellent for mod- 
ification of thennoplastic resins and excellent in compounding characteristics. 

[0008] Examples of conventional materials having oil resistance, heat resistance, and rubber elasticity include nitrile 
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rubber (NBR), acrylic rubber (ACM), silicone rubber {VMQ), and chioroprene rubber (CR). These materials are used 
for seal products for automobiles, seal products forhome electric appliances, sealproducts for office electric appliances, 
and automobile, electric, and electronic parts, etc. However, as described above, kneaded products prepared by knead- 
ing mixtures with additives must be supplied into molds and then vulcanized, thereby necessitating a special molding 
machine, increasing the molding cycle time, and complicating the molding process. Therefore, promising thennoplastic 
elastomers are desired. 

Disclosure of Invention 

[0009] An object of the present invention is to provide a novel acrylic block copolymer rich in flexibility and excellent 
in mechanical strength, moldability, oil resistance, heat resistance, thermal decomposition resistance, weather resist- 
ance, and compression set, and also rich in reactivity, and a process for producing the acrylic block copolymer 
[0010] Another object of the present invention is to provide the acrylic block copolymer, and compositions, seal 
products for automobiles, seal products for home electric appliances, seal products for office electric appliances, and 
automobile electric, and electronic parts, each of which comprises the acrylic block copolymer. 
[001 1 ] As a result of studies for solving the above-described problems, it was found that an acrylte block copolymer 
comprising a methacrylic polymer block (a) and an acrylic polymer block (b), at least one of the polymer blocks con- 
taining a specified acid anhydride group in its main chain, is rich in flexibility and excellent in mechanical strength, 
moldability, oil resistance, heat resistance, thennai decomposition resistance, and compression set and is further rich 
in reactivity This finding resulted in the completion of the present Invention. 

[0012] Namely, the present invention relates to an acrylic block copolymer comprising a methacrylic polymer block 
(a) and an acrylic polymer block (b), at least one of the polymer blocks containing, in its main chain, at least one acid 
anhydride group (c) represented by formula (1 ): 



(wherein R'ls each represent a hydrogen atom or a methyl group and may be the same or different, n represents an 
Integer of 0 to 3, and m represents an integer of 0 or 1 ). 

[0013] The acrylic block copolymer preferably contains 0.1% by weight to 50% by weight of a carboxyl group (d). 
[0014] The acrylic block copolymer is preferably of at least one type selected frorn the group consisting of (a-b)n, b- 
(a-b)n, and (a-b)n-a. 

[0015] The acrylic block copolymer preferably has a number-average molecular weight of 30,000 to 500,000. 

[001 6] The acrylic block copolymer preferably has a ratio (Mw/Mn) of 1 to 1 .8 of the weight-average molecular weight 

(Mw) to the number-average molecular weight (Mn) according to gel penueation chromatographic measurement. 

[0017] The acrylic block copolymer preferably comprises 5% by weight to 80% by weight of the methacrylic polymer 

block (a) and 95% by weight to 20% by weight of the acrylic polymer block (b). 

[0018] The methacrylic polymer block (a) preferably contains the acid anhydride group (c). 

[0019] The acrylic polymer block (b) preferably contains the acid anhydride group (c). 

[0020] The content of the acid anhydride group (c) is preferably 0.1 % by weight to 99.9% by weight of the whole of 
the acrylic block copolymer (A). 

[0021 ] The carboxyl group (d) is preferably contained in the block containing the acid anhydride group (c). 
[0022] The acrylic polymer block (b) preferably comprises 50% by weight to 1 00% by weight of at least one acrylate 
selected from the group consisting of n-butyl acrylate, ethyl acrylate, and 2-methoxyethyl acrylate, and 0% by weight 
to 50% by weight of another acrylate and/or a vinyl monomer copolymerizable with the acrylate. 
[0023] The acrylic polymer block (b) preferably comprises n-butyl acrylate, ethyl acrylate, and 2-methoxy6thyl acr- 
ylate. 

[0024] The acrylic polymer block (b) preferably comprises n-butyl acrylate and 2-methoxyethyl acrylate. 

[0025] The acrylic polymer block (b) preferably comprises n-butyl acrylate and 2-ethylhexyl acrylate. 

[0026] The acrylic block copolymer preferably contains a carboxyl group (e) produced in its side chains by hydrolytic 
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ring opening of the acid anliydride group. 

[0027] Ttie acrylic bloci< copolymer is preferably produced by atom transfer radical polymerization. 
[0028] The present invention also relates to a composition fcomprising the acrylic block copolymer (A) and at least 
one selected from the group consisting of cross-iiniced rubber (B), a themnoplastic resin (C), a thennoplastic elastomer 
(D), a lubricant (E), an Inorganic filler (F), and a stabilizer (G). 

[0029] The composition preferably comprises 0.5% by weight to 99.5% by weight of the acrylic block copolymer (A), 
and 99.5% by weight to 0.5% by weight of the thermoplastic resin (C) and/or the thermoplastic elastomer (D) on the 
basis of the whole of the composition. 

[0030] The thermoplastic resin (C) is preferably selected from the group consisting of a polyvinyl chloride resin, a 
polymethyl methacrylate resin, an aorylonltrile-styrene copolymer resin,- a methyl methacrylate-styrene copolymer res- 
in, a polycarbonate resin, a polyester resin, and a polyamide resin. The thermoplastic elastomer (D) Is preferably 
selected from the group consisting of a styrene elastomer, an olefin elastomer, an urethane elastomer, a vinyl chloride 
elastomer, an amide elastomer, an ester elastomer, and an acryl elastomer. 

[0031] The composition preferably contains 0.01 parts by weight to 50 parte by weight of the lubricant- (E) and/or 
0.01 parts by weight to 300 parts by weight of the inorganic filler (F) on the basis of 1 00 parts by weight of the acrylic 
block copolymer (A). 

[0032] The acrylic block copolymer (A) preferably contains at least one acryiate unit selected from the group con- 
sisting of a n-butyl acryiate unit, an ethyl acryiate unit, and a 2-HTiethoxyethyl acryiate unit. 

[0033] The present invention further relates to a process for producing the acrylic block copolymer comprising melt- 
kneading an acrylic block copolymer (A') at atemperatureof 1 BO-Cto SOO-C, the acrylic blpck copolymer (A") comprising 
a methactyllc polymer block (a) and an acrylic polymer block (b), at least orie of the pbiymer blocks containing, in Its 
main chain, at least one unit represented by formula (2): 




35 

(wherein represents hydrogen or a methyl group, and R^s each represent hydrogen, a methyl group, or a phenyl 
group, and may be the same or different as long as at least one R3 is a methyl group). 
[0034] The acrylic block copolymer (A') is preferably produced by controlled radical polymerization. 
[0035] The acrylic block copolymer (A) Is preferably melt-kneaded with water. 
40 [0036] The present invention further relates to a seal product produced by molding the acrylic block copolymer (A) . 
[0037] The present invention further relates to a seal product comprising the composition. 
[0038] The present invention further relates to an automobile, electric, or electronic part comprising the acrylic block 
copolymer (A). 

45 Best Mode for Carrying Out the Invention 



[0039] The present invention relates to an acrylic block copolymer (A) comprising a methacrylic polymer block (a) 
and an acrylic polymer block (b). at least one of the polymer blocks containing, in its main chain, at least one acid 
anhydride group (c) represented by formula (1 ): 
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(1) 



(wherein R^s each represent a hydrogen atom or a methyl group and may be the same or different, n represents an 
integer of 0 to 3, and m represents an integer of 0 or 1). 
[0040] The present invention will be described in detail below. 

<Acrylic block copolymer {A)> 

[0041] The acrylic block copolymer (A) of the present invention may have the structure of a linear block copolymer 
or a branched (star) block copolymer, or a mixture thereof. The structures of the block copolymer are properly used 
according to the required physical properties of the acrylb block copoiyrner (A) and the required processing properties 
and mechanical properties of a composition with cross-linked rubber (B) and a themioplastic resin (C). However, In 
view of cost and polymerizability, a linear block copolymer is preferred. 

[0042] The structure of the linear block copolymer is not partcularly limited. From the viewpoint of the physteal prop- 
erties of the linear block copolymer or the physteal properties of a composition, the acrylic block copolymer is preferably 
of at least one type selected from the group consisting of (a-b)n, b-(a-b)n, and (a-b)n-a (n Is an integer of 1 or more, 
e.g., an Integer of 1 to 3) wherein the methacrylb polymer block (a) Is denoted by a, and the acrylic polymer block (b) 
is denoted by b. Although the type is not particularly limited, an (a-b)-dlblock copolymer, an (a-b-a)-triblock copolymer, 
or a mixture thereof is preferred from the viewpoint of handleabllity In processing and the physical properties of com- 
positions. 

[0043] In the present invention, at least one acid anhydride group (c) is introduced into at least one of the methacrylic 
polymer block (a) and the acrylic polymer block (b). When two or more acid anhydride groups are introduced, polym- 
erization of a monomer containing the acid anhydride group Is random copolymerization or block copolymerlzatlon. 
For example, the type of a (a-b-a)-trlblock copolymer may be any one of (a/z)-b-a, (a/z)-b-(a/z), z-a-b-a, z-a-b-a-z, 
a-(b/z)-a, a-b-z-a, a-z-b-z-a, (a/z)-(b/z)-(a/z), and z-a-z-b-z-a-z. In these expressions, z represents a monomer or 
polymer block containing the acid anhydride group (c), (a/z) represents copolymerization of the methacrylic polymer 
block (a) with a monomer containing the acid anhydride group (c), and (b/z) represents copolymerization of the acrylc 
polymer block (b) with a monomer containing the acid anhydride group (c). 

[0044] In the methacrylic polymer block (a) or the acrylic polymer block (b), the segment and fomn in which z Is 
contained may be freely detennined according to purposes. 

[0045] The number-average molecular weight of the acrylic block copolymer (A) is not particularly limited and may 
be determined according to the required molecular weights of the methacrylic polymer block (a) and the acrylic polymer 
block (b). When the molecular weight is small, the copolymer (A) may exhibit insufficient mechanical properties as an 
elastomer, while when the molecular weight is excessively large, processing characteristics may deteriorate. From this 
viewpoint, the number-average molecular weight of the acrylic block copolymer (A) is preferably 30,000 to 500,000, 
more preferably 40,000 to 400,000, and most preferably 50,000 to 300,000. 

[0046] Although the ratio (Mw/M n) of the weight-average molecular weight to the number-average molecular weight 
(Mn) of the acrylic block copolymer (A) according to gel permeation chromatographic measurement is not particularly 
limited, the ratio is preferably 1 to 1 .8, and more preferably 1 to 1 .5. With the ratio (Mw/Mn) over 1 .8, the unifomiity of 

the acrylic block copolymer may deteriorate. 

[0047] The composition ratios of the methacrylic polymer block (a) and the acrylic polymer block (b) which constitute 
the acrylic block copolymer (A) are not particularly limited. The ratios may be determined according to the physical 
properties required for Intended purposes, the moldabllity required for processing compositions, and the required mo- 
lecular weights of the methacrylic polymer block (a) and the acrylic polymer block (b). For exarnple, the composition 
ratios of the methacrylic polymer block (a) and the acrylic polymer block (b) are preferably 5% by weight to 80% by 
weight and 95% by weight to 20% by weight, more preferably 1 0% by weight to 70% by weight and 90% by weight to 
30% by weight, and most preferably 1 0% by weight to 60% by weight and 90% by weight to 40% by weight, respectively 
Particularly, the composition ratios of the methacrylic polymer block (a) and the acrylic polymer block (b) are preferably 
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20% by weight to 50% by weight and 80% by weight to 50% by weight, respectively. When the ratio of the methacryiic 
polymer block (a) is less than 5% by weight, rubber elasticity at high temperatures may decrease, while when the ratio 
exceeds 80% by weight, the mechanical properties of elastomers, particularly elongation at brealc. may decrease, or 
the flexibility of compositions with thermoplastic resins may decrease. 

[0048] Assuming that the glass transition temperatures of the methacryiic polymer block (a) and the acrylic polymer 
block (b) which constitute the acrylic block copolymer (A) are Tg^ and Tg^, respectively, the glass transition tempera- 
tures of the methacryiic polymerblock (a) and the acrylic polymerblock (b) preferably satisfies the following relationship: 



Tga>Tgb 



[0049] The glass transition temperature (Tg) of each of the polymers (the methacryiic polymer block (a) and the 
acrylic polymer block (b)) can be detemnined using the weight ratio of the monomer of each polymer according to the 
following Fox's equation. 



1/rg = (W^n-gi) + (Wa/rgg) + ... + (W„ATg„) 



Wi +W2 + ...+W„ = 1 

[0050] In the equation, Tg represents the glass transition temRerature of a polymer, Tgi.Tgg, ... ,Tg„each represent 

the glass transition tempierature of a homopolymer of each monomer, and W,, Wg Wp, each represent the weight 

ratio of each monomer. 

[0051 ] As the glass transition temperature of each homopolymer in the above Fox's equation, for example, the value 
described in Polymer Handbook Third Edition (Wiley-lnterscience 1 939) may be used. 

[0052] The glass transition temperature can be determined by DSC (differential scanning calorimetry) or a tan 8 peak 
of dynamic viscoelastlcity. However, when the polarities of the methacryiic polymer block (a) and the acrylic polymer 
block (b) are excessively dose to each other, or when the number of the linked monomers is excessively small, the 
measured value may deviate frorin the value calculated according to the Fox's equation. 

[0053] The acid anhydride group (c) represented by formula (1 ) may be introduced into the block copolymer by any 
desired method without limitation. 




(wherein R^s each represent hydrogen or a methyl group and may be the same or different, n represents an Integer 
of 0 to 3, and m represents an integer of 0 or 1 .) 

However, from the viewpoint of easy introduction and easy purification after introduction, the acid anhydride group (c) 
is preferably introduced In the form of a functional group as a precursor, for example, a form represented by fonnula 
(2), into the acrylic block copolymer (A) and then subjected to cyellzation. 

[0054] In formula (1), n is an integer of 0 to 3, preferably 0 or 1, and more preferably 1. When n is 4 or more, 
polymerization may be complicated, or cyclization of the acid anhydride group may be made difficult. 
[0055] In fonnula (1 ), m is an integer of 0 or 1 . When n is 0, m is preferably 0, and when n is 1 to 3, m is preferably 1 . 
[0056] The acid anhydride group (c) may be introduced In one or both of the methacryiic polymer block (a) and the 
acrylic polymer block (b). The acid anhydride group (c) may be introduced under preferred conditions according to 
purposes, i.e., according to the reactive site of the acrylic block copolymer (A), cohesive force and glass transition 
temperatures of the blocks (the methacryiic polymer block (a) and the acrylic polymer block (b)) which constitute the 
acrylic block copolymer (A), and the required physical properties of the acrylic block copolymer (A) . For example, when 
the methacryiic polymer block (a) or the acrylic polymer block (b) is desired to be selectively modified or reacted with 
a compound having an amino group or hydroxyl group using the acid anhydride group as a reactive site, the acid 
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anhydride group (c) may be introduced into a blocl< which is desired to be modified or reacted. In view of improvement 
in the heat resistance and thermal decomposition resistance of the acrylic blocl< copolymer (A), the acid anhydride 
group (c) may be introduced into the methacrylic polymer block (a). From the viewpoint that oil resistance, higher rubber 
elasticity, and compression set are imparted to the acrylic block copolymer (A), the acid anhydride group (c) may be 
s introduced as a cross-linking reactive site (cross-linking point) into the acrylic polymer block (b). 

As a nonlimiting example, the acid anhydride group (c) is preferably introduced into any one of the methacrylic polymer 
block (a) and the acrylic polymer block (b) from the viewpoint of control of the reactive site, heat resistance, and rubber 
elasticity. 

[0057] As a nonlimiting example, when the acid anhydride group (c) is introduced into the methacrylic polymer block 
10 (a), both R^s in formula (1 ) are preferably methyl groups, and when the acid anhydride group (c) is introduced into the 
acrylic polymer block (b), both in formula (1) are preferably hydrogen atoms. Where both R^s are hydrogen atoms 
when the acid anhydride group (c) Is introduced into the methacrylic polymer block (a), and both Ris are methyl groups 
when the acid anhydride group (c) is introduced into the acrylic polymer block (b). a polymerization operation for the 
acrylic block polymer (A) becomes complicated, and a difference between the glass transition temperatures of the 
15 methacrylic polymer block (a) and the acrylic polymer block (b) decreases, thus the rubber elasticity of the acrylic block 
copolymer (A) tends to decrease. 

[0058] The preferred range of contents of the acid anhydride group (c) depends on the cohesive force and reactivity 
of the acid anhydride group (c), the structure and composition of the acrylic block copolymer (A), the number of the 
constituent blocks of the acrylic block copolymer (A), and the glass transition temperature thereof, and the introduction 
site and form of the acid anhydride group (c). For example, the content of the add anhydride group (c) preferably 
ranges from 0.1 % by weight to 99.9% by weight, and more preferably ranges from 0.5% by weight to 99.9% by weight, 
relative to the whole of the acrylic block copolymer (A). With the content of less than 0.1% by weight, the reactivity of 
the acrylic block copolymer (A) and compatibility with thennoplastic resins may become Insufficient. When the acid 
anhydride group (c) having high Tg is introduced into the methacrylic polymer block (a) serving as the hard segment 

25 in order to improve the heat resistance and thennal decomposition resistance of the acrylic block copolymer (A), with 
the content of less than 0.1% by weight, the heat resistance and the thermal decomposition resistance may be not 
sufficiently improved to decrease the expression of rubber elasticity at high temperatures. On the other hand, with the 
content of over 99.9% by weight, the introduction may become diffcult, and cohesive force may excessively increase, 
thereby degrading processability. When the acid anhydride group (c) is introduced into the acrylic polymer block (b) in 

30 order to impart oil resistance and rubber elasticity to the acrylic block copolymer (A), with the content of less than 0.1 % 
by weight, the oil resistance and cohesive force are not sufficiently imparted, and reaction of the acid anhydride group 
(c) used as a reactive site becomes insurfk:ient. Therefore, the mbber elasticity and compression set tend to deteriorate. 
On the other hand, wrth the content of over 99.9% by weight, the introduction tends to become difficult, and flexibility 
and mechanfcal properties tend to decrease. 

35 [0059] The content of the acid anhydride group (c) is represented by percent lay weight of a monomer unit originally 
containing the acid anhydride group (c) or a monomer unit having the acid anhydride group (c) produced by reaction 
or the like. The content can be detemiined by ''^C(''H)-NIVIR analysis. 

[0060] The block containing the acid anhydride group (c) and the content of the acid anhydride group (c) may be 
appropriately determined according to the required cohesive force and glass transition temperature, compatibility with 
the cross-linking rubber (B), the thermoplastic resin (C) and/or the thermoplastic elastomer (D), and the reactive site. 
[0061] From the viewpoint of further improvement in heat resistance and cohesive force, the acrylic block copolymer 
(A) may contain a carboxyl group (d). The carboxyl igroup (d) can be produced in the process for Introducing the acid 
anhydride group (c) Into the acrylic block copolymer (A). 

[0062] The carboxyl group (d) may be introduced to only one or both of the methacrylic polymer block (a) and ibb 
45 acrylic polymer block (b). In view of the reactive site of the acrylic block copolymer (A), the cohesive force and glass 
transition temperatures of the constituent blocks of the acrylic block copolymer (A), and the required physical propc ; : 
of the acrylic block copolymer (A), the carboxyl group (d) may be appropriately introduced under preferred condiTions 
according to purposes. As a nonlimiting example, from the viewpoint of control of the reactive site of the acrylic block 
copolymer (A) and ease of introduction of the carboxyl group (d) into the acrylic block copolymer (A), the carboxyl 
50 group (d) is preferably introduced into the block containing the acid anhydride group (c). From the viewpoint of heat 
resistance and cohesive force, the carboxyl group (d) is more preferably introduced into the methacrylic polymer block 
(a). This is because when the carboxyl group (d) having high Tg and high cohesive force is introduced into the hard 
segment, the rubber elasticity can be further expressed even at a high temperature. When the carboxyl group (d) is 
introduced into the acrylic polymer block (b), the carijoxyl group (d) can \?e used as a cross-linking reactive site (cross- 
55 linking point) for imparting oil resistance and higher rubber elasticity and compression set characteristic, and compat- 
ibility with cross-linked rubber, the themnoplastic resin and/or the thermoplastic elastomer can be desirably Improved. 
[0063] The number of the carboxyl group (d) per polymer block may be at least one. When the number is 2 or more, 
polymerization of a monomer containing the carboxyl group (d) may be random copolymerization or block copolymer- 
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ization. For example, a (a-b-a)-triblock copolymer may be any type of (a/y)-b-a, (a/y)-b-(a/y), y-a-b-a, y-a-b-a-y, a-(b/ 
y)-a, a-b-y-a, a-y-b-y-a, (a/y)-(b/y)-(a/y), and y-a-y-b-y-a-y. In these expressions, y represents a monomer or polymer 
block containing the carboxyl group (d), (a/y) represents copolymerization of the methacrylic polymer block (a) with a 
monomer containing the carboxyl group (d), and (b/y) represents copolymerization of the acrylic polymer block (b) with 
5 a monomer containing the carboxyl group (d). 

[0064] In the methacrylic polymer block (a) or the acrylic polymer block (b), the segment and form In which y is 
contained may be freely detemiined according to purposes. 

[0065] A preferred range of contents of the carboxyl group (d) depends on the cohesive force of the carboxyl group 
(d), the structure and composition of the acrylic block copolymer (A), the number of the constituent blocks of the acrylic 

10 block copolymer (A), and the introduction segment and form of the carboxyl group (d). 

[0066] For example, the content of the carboxyl group (d) preferably ranges from 0 to 50% by weight, more preferably 
0.1 to 50% by weight, and most preferably 0.5 to 40% by weight, of the constituent monomers of the acrylic block 
copolymer (A). When the acrylic block copolymer (A) is required to have higher heat resistance and cohesive force, 
the carboxyl group (d) is preferably introduced within a range to 50% by weight. With the content of over 50% by weight, 

15 the carboxyl group (d) tends to cyclize with an adjacent ester unit at a high temperature, and thus the operation for 
introducing the carboxyl group (d) tends to become complicated. When the carboxyl group (d) is produced in the 
process for introducing the acid anhydride group (c). 0.1% by weight or more of the carboxyl group (d) is generally 
produced. When less than 0.1 % by weight of the carboxyl group (d) is introduced into the hard segment, heat resistance 
and cohesive force may be not sufficiently improved. The content of the carboxyl group (d) is represented by percent 

so by weight of a monomer unit originally containing the carboxyl group (d) or a monomer unit having the carboxyl group 
(d) produced by reaction or the like. The content can be detemiined by 13C(1H)-NMR analysis. 

<Methacrylte polymer block (a)> 

25 [0067] The constituent monomer of the methacrylic polymer block (a) preferably satisfies the relation Tga> Tgi, be- 
tween the glass transition temperatures of the methacrylic polymer block (a) and the acrylic polymer block (b) which 
constitute the acrylic block copolymer (A). Also, the monomer preferably comprises a methacrylate and another vinyl 
monomer copolymerizable with the methaciylate from the viewpoint of easy production of the acrylte block copolymer 
having desired physical properties, cost, and availability. Furthermore, a monomer containing the add anhydride group 

30 (c) or the carboxyl group (d) may be contained as a methacrylate. The ratio of the methacrylate is preferably 50% by 
weight or more, and more preferably 75% by weight or more, of the whole of the methaciylic polymer block (a). With 
the ratio of less than 50% by weight, the charat^eristics of methacrylates, for example, weather resistance, high glass 
transition temperatures, and compatibility with resins, may deteriorate. The ratio of another vinyl monomer copolym- 
erizable with the methacrylate is preferably 0 to 50% by weight, and more preferably 0 to 25% by weight. 

35 [0068] The required molecular weight of the methacrylic polymer block (a) may be determined according to the 
required cohesive force of the methacrylic polymer block (a) and the time required for polymerization therefor. 
[0069] The cohesive force is considered to depend on molecular interaction and a degree of entanglement. As the 
molecular weight increases, the number of entanglement points increases to increase the cohesive force. Namely, 
assuming that the required molecular weight of the methacrylic polymer block (a) is U^, and the molecular weight of 

40 an entanglement strand of the constituent polymer of the methacrylic polymer block (a) is MCg, a preferred example 
of the Ma range Is Mg > Mc^ when cohesive force is required, and > 2Uo^ when higher cohesive force is required- 
When a certain degree of cohesive force and a creeping property are simultaneously satisfied, the range is preferably 
MCg < Ma < 2MCa. As the molecular weight of the entanglement strand, the value described in the document by Wu, 
et al. (Polym. Eng. and Sci.), 1990, vol. 30, p. 753) may be referred. 

45 [0070] For example, on the assumption that the methactyiic polymer block (a) entirely comprises methyl methacr- 
ylate, when the cohesive force is required, a preferred example of the number-average molecular weight of the meth- 
acrylic polymer block (a) is in a range of 9200 or more. However, when the acid anhydride group (c) is introduced into 
the methacrylic polymerblock (a), the cohesive force is imparted by the acid anhydride group (c), and thus the molecular 
weight can be set to a lower value. Since the polymerization time tends to increase as the number-average molecular 

50 weight increases, the number-average molecular weight may be determined according to the required productivity. 
However, the number-average molecular weight is preferably 200,000 or less, and more preferably 100,000 or less. 
[0071] Examples of the constituent methacrylate of the methacrylic polymer block (a) include methacrylic acid aliphat- 
ic hydrocarbon (for example, alkyi having 1 to 18 carbon atoms) esters, such as methyl methacrylate, ethyl methacr- 
ylate, n-propyl methacrylate, n-butyl methacrylate, isobutyl methacrylate, n-pentyl methacrylate, n-hexyl methacrylate, 

55 n-heptyl methacrylate, n-octyl methacrylate, 2-ethylhexyl methacrylate, nonyl methacrylate, decyl methacrylate, do- 
decyl methacrylate, and stearyl methacrylate; methacrylic acid alicyclic hydrocart)on esters such as cyclohexyl meth- 
acrylate and isobomyl methacrylate; methacrylic acid aralkyi esters such as benzyl methacrylate; methacrylic acid 
aromatic hydrocarbon esters such as phenyl methacrylate and tolyl methacrylate; methacrylic acid esters with func- 
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tional group-containing alcoiiols having ether oxygen, such as 2-methoxyethyl methacrylate and 3-methoxybutyl meth- 
acrylate; methacrylic acid fluoroail<yl esters such as trifluoromethyl methacrylate, trifiupromethylmethyl methacrylate, 
2-trlfluoromethylethyl methacrylate, 2-trifluoroethyl methacrylate, 2-perfluoroethylethyl methacrylate, 2-perfluoroethyl- 
2-perfluorobutylethyl methacrylate, 2-perfluoroethyl methacrylate, petfluoromethyl methacrylate, diperfluoromethylme- 
5 thyl methacrylate, 2-perfluoromethyl-2-perfluoroethylmethyl methacrylate, 2-perfluorohexylethyl methacrylate, 2-per- 
fluorodecylethyl methacrylate, and 2-perfluorohexadecylethyl methacrylate. At lest one of these methacrylates is used. 
Among these methacrylates, methyl methacrylate is preferred from the viewpoint of compatibility with a thermoplastic 
resin to be combined, cost, and availability. 

[0072] Examples of the vinyl monomer copolymerizable with the constituent methacrylate of the methacrylic polymer 
10 block (a) include acrylates, aromatic alkenyl compounds, vinyl cyanide compounds, conjugated diene compounds, 
halogen-containing unsaturated compounds, unsaturated carboxylic acid compounds, unsaturated dicarboxyllc acid 
compounds, vinyl ester compounds, and maleimide compounds. 

[0073] Examples of acrylates include acrylic acid aliphatic hydrocarbon (for example, alkyi having 1 to 18 carbon 
atoms) esters such as methyl acrylate, ethyl acrylate, n-propyl acrylate, n-butyl acrylate, isobutyl acryiate, n-pentyl 
15 acrylate, n-hexyl acrylate, n-heptyl acrylate, n-octyl acrylate, 2-ethylhexyl acrylate, nonyl acrylate, decyl acrylate, do- 
decyl acrylate, and stearyl acrylate; acrylic acid alicyclic hydrocarbon esters such as cyclohexyl acrylate and isobornyl 
acrylate; acrylic acid aromatic hydrocarbon esters such as phenyl acrylate and tolyl acrylate; acrylic acid aralkyi esters 
such as benzyl acrylate; acrylic acid esters with functional group-containing alcohols having ether oxygen, such as 
2-methoxyethyl acrylate, and 3-methoxybutyl acrylate; acrylic acidfluoroalkyl esters such as trifluoromethylmethyl acr- 
ylate, 2-trifluoromethylethyl acrylate, 2-perfluoro6thylethyl acrylate, 2-p6rfluoroethyl-2-perfluorobutylethyl acrylate, 
2-perfluoroethyl acrylate, perfluoromethyl acrylate, diperfluoromethylmethyl acrylate, 2-perfluorcmethyl-2-perfluor- 
oethylmethyl acrylate, 2-perfluorohexylethyl acrylate, 2-perfluorodecyIethyl acrylate, and 2-perfluorohexadecylethyl 
acrylate. 

[0074] Examples of aromatic alkenyl compounds Include styrene, a-methylstyrene, p-methylstyrene, and p-methox- 
25 ystyrene. 

[0075] Examples of vinyl cyanide compounds Include actylonltrlle and nriethacrylonitrlle. 
[0076] Examples of conjugated diene compounds include butadiene and isoprene. 

[0077] Examples of halogen-containing unsaturated compounds Include vinyl chloride, vinylidene chloride, perfluor- 
oethylene, perfluoropropylene, and vinylidene fluoride. 
30 [0078] Examples of unsaturated carboxylic acid compounds include methacrylic acid and acrylic acid. 

[0079] Examples of unsaturated dicarboxyllc acid compounds include maleic anhydride, maleic acid, maleic acid 
monoalkyi esters and dialkyi esters, fumaric acid, and fumaric acid monoalkyl esters and dialkyi esters. 
[0080] Examples of vinyl ester compounds include vinyl acetate, vinyl propionate, vinyl pivalate, vinyl benzoate, and 
vinyl cinnamate. 

35 [0081] Examples of maleimide compounds include maleimide, methylmaleimide, ethylmaleimlde, propylmaleimide, 
butylmaleimide, hexylmaleimide, octylmalelmide, dodecylmalelmlde, stearylmaleimlde, phenylmaleimide, and cy- 
clohexylmaleimlde. 

[0082] At least one of these compounds is used. The vinyl monomer is preferably selected according to compatibility 
of the acrylic block copolymer with the cross-linked rubber (B), the themnoplastic resin (C), and/or the thermoplastic 
elastomer (D). A polymer of methyl methacrylate is depolymerized approximately quantitatively by thennal decompo- 
sition. Moreover, in order to suppress depolymerization, the polymer can be copolymerized w/lth an acrylate, for exam- 
pie, methyl acrylate, ethyl acrylate, butyl acrylate, 2-methoxyethyl acrylate, or a mixture thereof, or styrene. In order 
to further improve oil resistance, the polymer can be copolymerized with acrylonitrile. 

[0083] The glass transition temperature of the methacrylic polymer block (a) is preferably 1 00°C or more, and more 
45 preferably 1 1 CC or more. With the glass transition temperature of less than 1 00°C, rubber elasticity at high tempera- 
tures degrades. 

[0084] The glass transition temperature (T g) of the methacrylic polymer block (a) can be determined from the weight 
ratio of the monomer of each polymer segment according to the Fox's equation. The glass transition temperature Is 
calculated according to the Fox's equation using the polymerization ratio of each monomer and the glass transition 
so temperature of a homopolymer of each monomer which is described in Polymer Handbook Third Edition (Wiley-lnter- 
science 1989). 

<Acrylic polymer block {b)> 

55 [0085] The constituent monomer of the acrylic polymer block (b) preferably satisfies the relation Tga> Tg^ between 
the glass transition temperatures of the methacrylic polymer block (a) and the acrylic polymer block (b) which constitute 
the acrylic block copolymer (A). Also, the monomer preferably comprises an acrylate and a vinyl monomer copolym- 
erizable with the acrylate from the viewpoint of easy production of a composition having desired physical properties. 
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cost, and availability. Furthermore, a monomer containing the acid anhydride group (c) or the carboxyl group (d) may 
be contained as an acrylate. The ratio of the acrylate is preferably 50% by weight or more, and more preferably 70% 
by weight or more, of the whole of the acrylic polymer block (b). With the ratio of less than 50% by weight, the physical 
properties of a composition , particularly impact resistance, flexibility, and oil resistance, which are characteristic of use 
5 of an acrylate, may deteriorate. The ratio of another vinyl monomer copolymerizable with the acrylate is preferably 0 
to 50% by weight, and more preferably 0 to 30% by weight. 

[0086] The required molecular weight of the acrylic polymer block (b) may be determined according to the elastic 
modulus and rubber elasticity of the acrylic polymer block (b), and the time required for polymerization therefor. 
[0087] The elastic modulus Is closely related to the mobility of a molecular chain and the molecular weight thereof, 

10 and the inherent elastic modulus is not exhibited unless the molecular weight is a certain value or more. This is true 
for rubber elasticity, but the molecular weight is preferably as large as possible from the viewpoint of rubber elasticity. 
For example, a range of the required molecular weight of the acrylic polymer block (b) is preferably M|,> 3,000, 
more preferably Mb> 5,000, further preferably > 10,000, partbulariy preferably Mi,> 20,000, and most preferably 
Mb> 40,000. However, the polymerization time tends to increase as the number-average molecular weight increases, 

15 and thus the molecular weight is preferably 500,000 or less, and more preferably 300,000 or less according to the 
required productivity. 

[0088] Examples of the acrylate constituting the acrylic polymer block (b) include the same as acrylates used for the 
methactylic polymer block (a). At least one of the acrylates is used. 

[0089] Among the acrylates, n-butyl acrylate is preferred from the viewpoint of impact resistance, compression set, 
20 cost, and availability. When oil resistance is required, ethyl acrylate is preferred. When a material having flexibility, low- 
tempetatur© characteristics, and lower hardness is required, 2-ethylhexyl acrylate is preferred. When a material having 
a balance between flexibility and mechanical strength, and lower hardness is required, a mixture of n-butyl acrylate 
and 2^ethylhexyl acrylate is prefen-ed. When oil resistance and low-temperature characteristics are desired to be si- 
multaneously satisfied, a mixture of ethyl acrylate, n-butyl acrylate, and 2-methoxyethyl acrylate is preferred. When oil 
25 resistance and flexibility are required, a mixture of n-butyl acr/late and 2-methoxyethyl acrylate is preferred. 

• [0090] Examples.bf the vinyl monomer copolymerizable with the constituent acrylate of the acrylic polymer block (b) 
include methacrylates, aromatic alkenyl compounds, vinyl cyanide compounds, conjugated diene compounds, halo- 
gen-containing unsaturated compounds, unsaturated dicarboxylic acid compounds,, vinyl ester compounds, and male- 
imlde compounds. Specific examples of these compounds Include the same as those used forthe methacryllc polymer 
30 block (a). 

[0091] At least one of these compounds Is used. The vinyl monomer is preferably selected according to the required 
glass transition temperature, elastic modulus, and polarity of the acrylic polymer block (b)i the required physical prop- 
erties of a composition, and compatibility with the cross-linked mbber, the thermoplastic resin , and/or the thennoplastic 
elastortier. For example. In order to Improve oil resistance of a composition, the polymer block (b) can be copolymerlzed 
35 with acrylonltrile. 

[0092] The glass transition temperature of the acrylic polymerblock (b) is preferably 50°C or less, and more preferably 
0°C or less. With the glass transition temperature of over 50°C, the rubber elasticity of the acrylic block copolymer (A) 
may degrade. 

[0093] The glass transition temperature (Tg) of the acrylic polymerblock (b) can be determined from the weight ratio 
40 of the monomer of each polymer segment according to the Fox's equation. The glass transition temperature is calcu- 
lated aocoreling to the Fox's equation using the poiymerizatton ratio of each monomer and the glass transition temper- 
ature of a homopolymerof each monomer, which Is described in Polymer Handbook Third Edition (Wiley-lnterscience 
1989). 

45 <Acld anhydride group (c)> 

[0094] The acid anhydride group (c) is characterized in that it has reactivity against a compound having an amino 
group, a hydroxyl group, an epoxy group, or the like, and thus it can be used as a reactive site for modifying a polymer, 
as a site for improving compatibility in a blend with the cross-linked rubber, the thermoplastic resin, and/orthe themno- 

50 plastic elastomer, or as a cross-linking point for imparting higher rubber elasticity to a soft segment. Since the acid 
anhydride group (c) also has a high glass transition temperature (Tg), the acid anhydride group (c) has the effect of 
improving the heat resistance of the acrylic block copolymer (A) when being introduced into the hard segment. The 
glass transition temperature of a polymer containing an acid anhydride group is high, and for example, the glass tran- 
sition temperature of polymethacrylic anhydride is as high as tsg-C. By introducing a unit containing the acid anhydride, 

55 the heat resistance of the acrylic block copolymer can be Improved. 

[0095] As a method for Introducing the acid anhydride group (c), preferably, a precursor of the acid anhydride group 
(0) Is introduced Into the acrylic block copolymer and then cyclized. As a nonlimiting example, the acid anhydride group 
is preferably Introduced by melt-kneading cyclization, at a temperature of 1 80°C to 300°C, of an acrylic block copolymer 
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(A") comprising a methacryllc polymer blocl< (a) and a methacrylic polymer blocl< (b), at least one of these polymer 
blocks (a) and (b) containing at least one unit represented by fomiula (2): 




15 (wherein R2 represents a hydrogen atom or a methyl group, and R^s each represent a hydrogen atom, a methyl group, 
or a phenyl group and may be the same or different as long as at least one of R^s is a methyl group). 
[0096] The unit represented by formula (2) can be introduced into the acrylic block copolymer by copoiymerizatlon 
with an acryiate or methacrylate monomer derived from the unit represented by fonnula (2). 

[0097] The unit represented by formula (2) undergoes elimination and cyclization with the adjacent ester unit at a 
high temperature to produce an acid anhydride group (refer to, for example, Hatada, et al„ J. M. S.-PURE APPL. 
CHEM., A30 (9&10), PP. 645-667 (1993)). According to this document, a polymer having a bulk ester unit and p- 
hydrogen generally undergoes decomposition of the ester unit and then cyclization at a high temperature to produce 
an acid anhydride group. By using this method, the acid anhydride group can easily be Introduced into the acrylic block 
copolymer, 

25 [0098] Specific examples of such a monomer include, without limitation to, tert-butyl acryiate, isopropyi actylate, a, 
a-dimethylbenzyl acryiate, a-methylbenzyl acryiate, tert-butyl methacrylate, isopropyi methacrylate, a,a-dimethylben- 
zyl methacrylate, and a-methylbenzyi methacrylate. Among these monomers, tert-butyl acryiate and tert-butyl meth- 
acrylate are preferred from the viewpoint of availability, easy polymerization, and easy production of the acid anhydride 
group. 

30 [0099] In order to fonri the acid anhydride group, the acrylic block copolymer (A') is preferably heated at a high 
temperature. As a nonlimiting example, heating is preferably performed at 1 BO'C to SOO-C. With heating at a temper- 
ature of lower than 1 80°C, the acid anhydride group may be not sufficiently produced, while with heating at a temper- 
ature of over SOOOC, the polymer (A") may be decomposed. 

35 <Carboxyl gmup (d) and carboxyl group (e)> 

[0100] A carboxyl group has high cohesive force, and a monomer containing a carboxyl group has a high glass 
transition temperature (Tg) and thus has the effect of improving the heat resistance of the acrylic block copolymer. 
Although a functional group such as a hydroxyl group also has a hydrogen bonding ability, the functional group has 
low Tg and has the small effect of improving heat resistance, as compared with a monomer containing a carboxyl 
group. Therefore, from the viewpoint of further improvements in heat resistance and cohesive force of the acrylic block 
copolymer (A), the acrylic block copolymer may contain the carboxyl group (d) and/or the carboxyl group (e). 
[0101] A method for introducing the carboxyl group (d) is not particularly limited, but the carboxyl group (d) Is pref- 
erably produced In the process for introducing the acid anhydride group into the acrylic block copolymer (A). 

45 [0102] The method will be described below. 

[01 03] In the acrylfc block copolymer (A') having the unit represented by formula (2), the unit represented by fonnu'fl 
(2) undergoes elimination and cyclization with the adjacent ester unit at a high temperature to produce the acid anhy- 
dride group (c). In this case, the ester units partially take a path comprising decomposition of the ester unit to produce 
the carboxyl group (d), and then cyclization to produce the acid anhydride group (c). By utilizing this path, the carboxyl 

so group (d) can be introduced by appropriately controlling the heating temperature and time according to the type and 
content of the unit represented by fonnuia (2). Specifically, the acrylic block copolymer (A') may be heated under 
pressure in the state of a polymer solution or directly heated to melt. In view of simplicity of production, the acrylic block 
copolymer (A') is more preferably melt-kneaded. In melt-kneading the acrylic block copolymer (A"), the melt-kneading 
time (the retention time in an extruder when the extruder is used) may be appropriately determined according to the 

55 melt-kneading temperature, the configuration of a screw, UD (ratio of the effective length L of the screwto the diameter 
D of the screw), and the rotational speed of the screw. In this method, the carboxyl group (d) tends to oyclize with the 
adjacent ester unit at a high temperature. Therefore, when over 50% by weight of the cariaoxyl group (d) is introduced, 
an introduction operattan tends to become complicated. Also, the physical properties after processing tend to change. 
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thereby causing difficulty in producing products with stable physical properties. 

[0104] When the acrylic block copolymer (A) is required to have higher heat resistance, the carboxyl group (e) can • 
be introduced. From the viewpoint of cost and simplicity of production, the carboxyl group (e) is preferably introduced 
by a method in which the acid anhydride group of the acrylic block copolymer (A) is subjected to hydrolytic ring opening. 
5 As described above, the method for producing the carboxyl group (d) in the process for introducing the acid anhydride 
group (c) into the acrylic block copolymer (A) has the tendency that the carboxyl group (d) cyclizes with the adjacent 
ester unit, and thus the operation for introducing over 50% by weight of the carboxyl group (d) tends to become com- 
plicated. On the other hand, when the carboxyl group is introduced by direct polymerization with a monomer having 
the carboxyl group under polymerization conditions, the monomer having the carboxyl group may inactivate the catalyst 
10 used in the polymerization. Japanese Unexamined Patent Application Publication Nos. 2001 -2341 47 and 1 0-298248 
disclose a method for introducing a carboxyl group in which a carboxyl group is introduced in a form protected by an 
appropriate protective group or in the form of a functional group as a precursor of the carboxyl group into an acrylic 
block copolymer, followed by selective decomposition. This method has the problem of cost, and the tendency that 
production becomes complicated. 
IS [0105] Although the carboxyl group (e) is produced by hydrolysis of the acid anhydride group (c), the carboxyl group 
(e) need not be discriminated from the carboxyl group (d) produced in the process for introducing the acid anhydride 
group (c). These carboxyl groups can easily be introduced so that the total of the monomer containing the carboxyl 
group (d) and the monomer containing the caiboxyl group (e) is 50% by weight or more of the monomers constituting 
the acrylic block copolymer (A) . Also, the add anhydride groups (c) are entirely hydrolyzed to produce a block copolymer 
20 having only carboxyl groups as functional groups. 

[01 06] Such an acrylic block copolymer can be preferably produced by hydrolytic ring opening of the acid anhydride 
group (c) of the acrylic block copolymer (A). The method for introducing the carboxyl group (e) by hydrolysis is not 
particularly limited, but the acrylic block copolymer (A) may be heated together with water under pressure or melt- 
kneaded with water From the viewpoint of simplicity of production and cost, the acrylic block copolymer (A) is preferably 
25 melt-kneaded with water 

[0107] The method of heating the acrylic block copolymer (A) togethe^r with water under pressure can be performed 
in a pressure-resistant reactor. The method of melt-kneading the acrylic block copolymer (A) with water can be per- 
fomied in any one of various apparatuses capable of simultaneously performing heating and kneading. Examples of 
such apparatuses include apparatuses generally used for processing rubber, such as a Banbury mixer, a kneader, and 
30 a single-screw or multi-screw extmder In view of reactivity into the carboxyl group and simplicity of production, an 
extruder is preferably used, and a closed extruder is more preferably used.. In melt-kneadingthe acrylic block copolymer 
(A), the melt-kneading time (retention time in the extruder used) may be appropriately determined according to the 
melt-kneading temperature, the configuration of the screw, L/D (ralip of the effective length Lof the screwtothe diameter 
D of the screw), the screw rotational speed, and the like. 
35 [01 08] A polymer having the carboxyl group (d) and/or the carboxyl group (e) has a high glass transition temperature, 
and for example, polymethacrylic acid has a glass transitton temperature of as high as 22B""C. Therefore, the heat 
resistance of the acrylic block copolymer (A) can be improved by Introducing a monomer constituting carboxyl group. 
[0109] The content of the carboxyl groups may be appropriately detemnined according to the required physical prop- 
erties of the acrylic block copolymer (A). 

40 

<Process for producing the acrylic block copolymer (A')> 

pjl 1 0] Although the process for producing the acrylic block copolymer (A') is not particularly limited, controlled po- 
lymerization using an initiator for a polymer is preferably perfomied. Examples of the controlled polymerization Include 
45 living anionic polymerization, radical polymerization using a chain transfer agent, and living radical polymerization 
recently developed. In particular, living radical polymerization is preferred from the viewpoint of control of the molecular 
weight and structure of the acrylic block copolymer. 

[01 1 1] The living radical polymerization is radical polymerization in which the activity of the polymerization temiinal 
is maintained without a loss. In a narrow sense, living polymerization represents polymerization in which the terminal 
so continuously possesses activity. However, living polymerization Includes pseudo living polymerization in which inacti- 
vated temilnals are equilibrium with activated tenninals. In the present Invention, the meaning of living polymerization 
Includes the pseudo living polymerization. 

In recent years, living radical polymerization has been actively studied by various groups. 

[01 12] Examples of living radical polymerization include polymerization using a polysulfide as a chain transfer agent, 
55 polymerization using a cobalt porphyrin complex (Journal of American Chemical Society (J. Am. Chem. Soc), 1994, 
vol. 116, p. 7943) or a nitroxide compound as a radical scavenger (Macromolecules, 1 994, vol. 27, p. 7228), and atom 
transfer radical polymerization (ATRP) using an organic halide as an initiator and a transition metal complex as a 
catalyst. In the present invention, any one of these polymerization methods can be used, but atom transfer radical 
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polymerization is preferred from the viewpoint of ease of control. 

[0113] The atom transfer radical polymerization is perfomied using an organic haiide ora sulfonyl halide compound 
as an initiator, and using a metal complex including a central metal selected from the elements of Groups VII, VIM, IX, 
X, or XI of the periodic table as a catalyst (refer to, for example, Malyjaszewsl<i, et a!., J, Am. Chem. Soc, 1995, Vol. 
5 117, p. 5614, Macromolecules, 1995, Vol. 28, p. 7901, Science, 1996, Vo. 272, p. 866, or Sawamoto, et al., (Macro- 
molecules, 1995, Vol. 28, p. 1721). 

[01 1 4] This Is a radical polymerization method which generally has a very high polymerization rate and which easily 
causes termination reaction such as coupling between radicals or the lil^e. However, polymerization proceeds in a living 
state to produce a polymer having a narrow molecular weight distribution {Mw/Mn = 1.1 to 1.5), and the molecular 

10 weight can be freely controlled by the charging ratio of the monomer to the initiator. 

[01 15] in the atom transfer radical polymerization, a mono-, di- or higher-functional compound can be used as the 
organic halide or the sulfonyl halide compound serving as the Initiator. These compounds may be appropriately used 
according to purposes. However, a monofunctional compound is preferably used for producing a diblock copolymer 
from the viewpoint of availability of the initiator, and a difunctional compound is preferably used for producing (a-b-a)- 

15 triblock copolymer or a {b-a-b)-triblock copolymer from the viewpoint of the number of the reaction steps and the short 
reaction time. A polyf unctional compound is preferably used for producing a branched block copolymerfrom the view- 
point of the number of the reaction steps and the short reaction time. 
[01 16] A polymeric initiator can be used as the initiator 

The polymeric initiator is a compound among the organic halide and the sulfonyl halide compound, and comprises a 
polymer having a halogen atom bonded to an end of its molecular chain. Such a polymeric initiator can be produced 
by a controlled polymerization method other than the IWing radical polymerization method, and is thus characteristic 
in that a block copolymer comprising polymers bonded together and produced by different polymerization methods 
can be produced. 

[01 1 7] Examples of the monofunctional compound include the following: 

25 

CgHs-CHaX 



C6H5-C(H)(X)-CH3 



CeH5-C(X)(CH3)2 



R*-C(H)(X)-COOR^ 
R'*-C(CH3)(X)-C00R^ 
R'*-C(H)(X)-CO-R^ 

^ R*-C(CH3)(X)-C0-R* 

R^-CgH^-SOgX 

50 [0118] In the formulae, C5H5 represents a phenyl group, C6H4 represents a phenyiene group (which may be any 
one of ortho-substituted, metha-substituted, and para-substituted), R* represents a hydrogen atom, an alkyi group 
having 1 to 20 carbon atoms, an aryl group having 6 to 20 carbon atoms, or an aralkyi group having 7 to 20 carbon 
atoms, X represents chlorine, bromine, or iodine, and R^ represents a monovalent organic group having 1 to 20 carbon 
atoms. 

55 [0119] Examples of an alkyI group (including an alicyclic hydrocarbon group) having 1 to 20 carbon atoms as R'* 
include methyl, ethyl, propyl, isopropyl, n-butyl, isobutyl, tert-butyl, n-pentyl, n-hexyl, cyclohexyl, n-heptyl, n-octyl, 
2-ethylhexyl, nonyl, decyl, dodecyl, and isobornyl. Examples of an atyl group having 6 to 20 carbon atoms Include 
phenyl, tolyl, and naphthyl. Examples of an aralkyi group having 7 to 20 carbon atoms Include benzyl and phenetyl. 
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[0120] Examples of a monovalent organic group having 1 to 20 carbon atoms as include the same as those of R"*. 
[0121] Specific examples of the monofunctional compound include tosyl bromide, methyl 2-bromopropionate, ethyl 
2-bromopropionate, butyl 2-bromopropionate, methyl 2-bromoisobutyrate, ethyl 2-bromoisobutyrate, and butyl 2-bro- 
moisobutyrate. Among these compounds, ethyl 2-bromoprDpionate and butyl 2-bromopropionate are preferred from 
the viewpoint that polymerization can easily be controlled because the structures are similar to that of an acrylate 
monomer. 

[01 22] Examples of the difunctlonal compound Include the following: 
X-CHg-CgH^-CHa-X 

X-CH(CH3)-C6H4-CH(CH3)-X 

X-C(CH3)2-C6H4-C(CH3)2-X 

X-CH(C00R®)-(CH2)„-CH(CO0 R^-X 

X-C(CH3){COOR^-(CH2)„-C(CH3)(COOR^)-X 

X-CH(COR®)-(CH2)n-CH(COR®)-X 

X-C(CH3)(COR*)-(CH2)n-C(CH3)(COR^)-X 

X-CHj-CO-CHg-X 

X-CH(CH3)-C0-CH(CH3)-X 

X-C(CH3)2-CO-C(CH3) 2-X 

X-CH(CsH5)-CO-CH(CeH5)-X 

X-CH2-COO-(CH2)n-OCO-CH2-X 

X-CH(CH3)-COO-(CH2)n-OCO-CH{CH3)-X 

X-C(CH3)2-COO-(CH2)n-OCO-C(CH3)2-X 

X-CH2-CO-CO-CH2-X 

X-CH(CH3)-C0-C0-CH(CH3)-X 

X-C(CH3)2-CO-CO^{CH3)2-X 
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X-CHg-COO-Cg H^-OCO-CHg-X 



X-CH{CH3)-COO-CeH4-OCO-CH(CH3)-X 



X-C(CH3)2-COO-CsH4-OCO-C(CH3)2-X 



X-SOg-CgH^-SOj-X 

[01 23] In the formulae, RS represents alkyi having 1 to 20 carbon atoms, aryl having 6 to 20 carbon atoms, or aralkyi 
having 7 to 20 carbon atoms, and n represents an integer of 0 to 20. CgHg, CgH^, arid X represent the same as the above. 
[0124] Specific examples of alkyI having 1 to 20 carbon atoms, aryl having 6 to 20 carbon atoms, and arallqrl having 
7 to 20 carbon atoms as are the same as those of alkyI having 1 to 20 carbon atoms, aryl having 6 to 20 carbon 
atoms, and aralkyi having 7 to 20 carbon atoms as R*. 

[0125] Specific examples of the difunctional compound include bis(bromomethyf)benzene, bis(1 -bromoethyl)ben- 
zene, bis(1 -bromolsopropyl)benz6ne, dimethyl 2,3-dibromosuccinate, diethyl 2,3-dlbromosuccinate, dibutyl 2,3-dibro- 
mosuccinate, dimethyl 2,4-dibromogiutarate, diethyl 2,4-dibromoglutarate, dibutyl 2.4-dibromoglutarate, dimethyl 

2.5- dibromoadipate, diethyl 2,5-dibromoadipate, dibutyl 2,5-dibromoadipate, dimethyl 2,6-dibrorrloplmelate, diethyl 

2.6- dibromopimelate, dibutyl 2,6-dibromoplmelate, dimethyl 2,7-dibromosuberate, diethyl 2,7-dibromosuberalB, and 
dibutyl 2,7-dlbromasuberate. Among these compounds, bis(bromomethyl)benzene, diethyl 2,5-dibromoadipate, and 
diethyl 2,6-dlbromopimelate are preferred from the viewpoint of availability. 

[01 26] Examples of the polyf unctional compound include the following: 

■C6H3-(CH2-X)3 



C6H3-(CH(CH3)-X)3 



C6H3-(C(CH3)2-X)3 



C6Ha-(OCO-CH2-X)3 



C6H3-(OCO-CH(CH3)-X)3 



CeH3-(OCO-C(CH3)2-X)3 



C6H3-(S02-X)3 

[0127] In the formulae, CgHa represents a trivalent phenyl group (having any desired combination of three bonding 
positions among the 1- to 6-position), and X represents the same as the above. 

[0128] Specific examples of the polyfunctional group include tris(bromomethyl)benzene,tris(1-bromoethyl)ben2ene, 
and tris(1 -bromoisopropyl)benzene. Among these compounds, tris{bromomethyl)benzene is pref en-ed from the view- 
point of availability. 

[0129] When an organic halide or sulfonyl halide compound having a functional group other than a polymerization 
initiating group is used, a polymer having a functional group other than a polymerization initiating group in its terminal 
or its molecule can be obtained. Examples of a functional group other then a polymerization initiating group include 
all<enyl, hydroxyl, epoxy, amino, amido, and silyl. 

[0130] The organic halide or sulfonyl halide compound which can be used as the initiator has a carbon atom bonded 
to a halogen group (halogen atom) and to a carbonyl or phenyl group, and a carbon-halogen bond is activated to initiate 
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polymerization. The amount of tlie initiator used may be determined from a molar ratio to the monomer used according 
to the required molecular weight of the acrylic block copolymer. Namely, the molecular weight of the acrylic block 
copolymer can be controlled by controlling the number of the monomer molecules used per molecule of the initiator. 
[0131] Although the transition metal complex used as the catalyst forthe atom transfer radical polymerization is not 
5 particularly limited, complexes of mono- or zero-valent copper, divalent ruthenium, divalent iron, and divalent nickel 
are preferably used. 

[01 32] Among these complexes, copper complexes are preferred from the viewpoint of cost and reaction controlla- 
bility. Examples of copper(l) compounds include cuprous chloride, cuprous bromide, cuprous Iodide, cuprous cyanide, 
cuprous oxide, and cuprous perchlorate. Among these compounds, cuprous chloride and cuprous bromide are pre- 
10 ferred from the viewpoint of polymerization controllability. When a copper (I) compound is used, a ligand may be added 

for increasing catalytic activity. Examples or such a ligand include 2,2'-bipyridyl compounds such as 2,2'-bipyrldyl and 
Its derivatives (for example, 4,4'-dinoryl-2,2'-bipyridyl and 4,4'-di(5-noryl) 2,2'-bipyridyl); 1 ,10-phenanthroline com- 
pounds such as 1,10-phenanthroine and its derivatives (for example, 4, 7-dlrioryl-1 ,10-phenanthroline and 5,6-dinotyl- 
1,10-phenanthroline); and polyamines such as tetramethyldlethylenetriamlne (TMEDA), pentamethyldiethylenetri- 

15 amine, and hexamethy!(2-amlnoethyl)amlne. 

[0133] Also, a tristriphenylphosphine complex {RuCl2(PPh3)3) of ruthenium {II) chloride is preferred as the catalyst. 
When a ruthenium compound Is used as the catalyst, an aluminum alkoxide may be added as an activating agent. 
Furthemiore, a bistriphenylphosphine complex (FeCl2(PPh3)2) of divalent Iron, a bistriphenylphosphine complex (NlClg 
(PPh3)2) of divalent nickel, and a bistrlbulylphosphlne complex (NIBr2(PBu3)2) of divalent nickel are preferred as the 

20 catalyst. 

[0134] Although the types of the catalyst, ligand, and activating agent used are not particularly limited, the types may 
be properly detennined from the relation between the required reaction rate and the types of the initiator, monomer, 
and solvent used. For example, when an acrylic monomer such as an acrylate or the like is used for polymerization, 
a propagation end of a polymer chain preferably has a carbon-bromine bond from the controllability of polymerization. 

25 Therefore, preferably, an organic bromide or sulfonyl bromide is used as the initiator, and acetonitrile is used as the 
solvent, a metal complex including copper of copper bromide, preferably cuprous bromide, as a central metal is used 
as the catalyst, and pentamethyldlethylenetriamine or the like is used as the ligand. On the other hand, when a meth- 
acrylio monomer such as a methaciylate or the like is used for polymerization, a propagatkjn end of a polymer chain 
preferably has a carbon-chlorine bond from the viewpoint of the controllability of polymerization. Therefore, preferably, 

30 an organic chloride or sulfonyl chloride Is used as the Initiator, and acetonitrile, and if required, a mixture with toluene, 
Is used as the solvent, a metal complex including copper of copper chloride, preferably cuprous chloride, as a central 
metal Is used as the catalyst, and pentamethyldlethylenetriamine orthe like is used as the ligand. 
[01 35] The amounts of the catalyst and ligand us6d may be property detemilned from the relation between the re- 
quired reaction rate and the amounts of the initiator, monomer, and solvent used. For example, when a polymer having 

35 a high molecular weight is desired, the initiator/monomer ratio must be lower than that for producing a polymer having 
a low molecular weight. In this case, the reaction rate can be increased by increasing the amounts of the catalyst and 
ligand used. Also, when a polymer having a higher glass transition temperature than room temperature is produced, 
in some cases, an appropriate organic solvent Is added for decreasing the viscosity of the system and increasing the 
efficiency of stirring, and thus the reaction rate tends to decrease. In this case, the reaction rate can be Increased by 

40 increasing the amounts of the catalyst and ligand used. 

[0136] The atom transfer radical polymerization cAn be perfomied without a solvent (bulk polymerization) or in any 
of various solvents. The bulk polymerization or polymerization in any of various solvents can be stopped during the 
reaction. 

[0137] Examples of the solvent include hydrocartjon solvents, ether solvents, halogenated hydrocariDon solvents, 
45 ketone solvents, alcohol solvents, nitrile solvents, ester solvents, and carbonate solvents. 

[0138] Examples of hydrocariDon solvents include benzene and toluene. Examples of ether solvents include diethyl 

ether and tetrahydrofuran. Examples of halogenated hydrocariDon solvents include methylene chloride and chlorofomi. 

Examples of ketone solvents Include acetone, methyl ethyi ketone, and methyl isobutyl ketone. Examples of alcohol 

solvents include methanol, ethanol, propanoi, isopropanol, n-butanol, and tert-butanol. Examples of nitrile solvents 
50 include acetonitrile, propionitrile, and benzonitrile. Examples of ester solvents include ethyl acetate and butyl acetate. 

Examples of carlponate solvents Include ethylene carbonate and propylene carisonate. 

[0139] At least one of these solvents can be used. 

[01 40] When the solvent Is used, the amount of the solvent used may be properly determined based on the relation 
between the viscosity of the whole system and the required efficiency of stimng. When bulk polymerization or polym- 
55 erizatlon In asolvent Is stopped during the reaction, the conversion rate of the monomer atthe reaction stop point may 
be properiy detennined based on the relation between the viscosity of the whole system and the required effteiency of 
stirring. 

[0141] The polymerization can be perfomied in the range of 23^C to 200°C, and preferably 50°C to ISO-C. 
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[0142] Examples of a method for producing the acrylic blocli: copolymer by the polymerization include a method of 
successively adding monomers, a method of polymerizing a monomer for a second block using a previously synthesized 
polymer as a polymeric initiator, and a method of bonding different polymers by reaction, the polymers being separately 
produced by.polymerlzation. Any one of these methods may be properly used according to purposes. In view of sim- 

5 plicity of the production process, the method of successively adding monomers is preferably used. When it Is desired 
to avoid a remaining monomer of a first block from being copDlymerized with a second block, the method of polymerizing 
a monomer of the second block using the previously synthesized polymer as the polymeric initiator is preferably used. 
[0143] Description will be made of the method of successively adding monomers, and the method of polymerizing 
a monomer of the second block using the previously synthesized polymer as the polymeric initiator. However, the 

10 method for producing the acrylic block copolymer of the present invention is not limited to these methods. 

[0144] In the method of successively adding monomers, the second monomer to be polymerized is preferably 
charged when the conversion ratio of the first monomer to be polymerized reaches 80% to 95%. When polymerization 
proceeds until the conversion ratio exceeds 95%, the propagation reaction of a polymer chain is inhibited with high 
probability. There is also the tendency that polymer radicals readily react with each other to easily cause side reactions 

IS such as disproportionation, coupling, chain transfer, and the like. When the second monomer to be polymerized is 
charged at a conversion ratio of less than 80%, the first monomer to be polymerized may be dlsadvantageousiy mixed 
and copolymerized with the second monomer to be polymerized. 

[0145] In this case, possible methods for adding in order the monomers include a method (pi) in which an acrylic 
monomer is first charged and polymerized, and then a methacrylic monomer is charged and polymerized, and a method 
(q1 ) in which a methacrylic monomer is first charged and polymerized, and then an acrylk: monomer is charged and 
polymerized. The method (p1 ) in which an acrylic monomer is fi rst charged and polymerized, and then a methacrylic 
monomer is charged and polymerized is preferred from the viewpoint of controllability of polymerization. This is because 
it Is preferable that the methacrylic polymer block is propagated from the end of the acrylic polymer block. 
[0146] As a possible example of the method of polymerizing a monomer of the second block using the previously 

ss synthesized polymer as the polymerk; initiator, polymerization of a monomer of the first block is stopped at a desired 
point by decreasing the temperature in a living state, and a monomer of the second block is added after the monomer 
of the first block is removed by distillation or the like under reduced pressure. When polymerization of monomer of a 
third block Is desired, the same operation as that for the second block may be performed. This method can avoid the 
remaining monomer of the previous block from being copolymerized in polymerization of a monomer of the subsequent 

30 block. 

[0147] In this case, possible methods for polymerizing in order the monomers of the blocks include a method (p2) 
in which an acrylic block is first produced by polymerization, and then a methacrylic block is produced by polymerization, 
and a method (q2) in which a methacrylic block is first produced by polymerization, and then an acrylic block is produced 
by polymerization. The method (p2) In which an acrylic block Is first produced by polymerization, and then a methacrylic 

35 block is produced by polymerization is preferred from the viewpoint of controllabiiity of polymerization. This is because 
it is prefenable that the methacrylic polymer block be propagated from the end of the acrylic polymer block. 
[01 48] Next, a method for determining the conversion ratio of the acrylic monomer, the methacrylic monomer, or the 
like will be described. In order to determine the conversion ratio, a gas chromatographic (GC) method, a weight method, 
or the like can be used. In the GC method, reaction solutions are sampled from the polymerization system at any time 
before initiation of the reaction and in the course of the reaction and subjected to GC measurement, and the consump- 
tion rate of a monomer is determined from the existence ratio of the monomer to the internal standard previously added 
to the polymerization system. This method is advantageous in that even when a plurality of monomers is present in 
the system, the conversion ratios can be independently detennined. In the weight method, a reaction solution is sampled 
from the polymerization system, and a solid concentration is detemiined from the weights before and after drying to 

■<5 detemilne the overall conversion ratio of monomers. This method is advantageous in that the conversion ratio can 
easily be detemiined. Of these methods, the GC method is preferred for a case in which a plurality of monomers is 
present in the system, for example, the acrylic monomer is present as a co-monomer for the methacrylic monomer. 
[0149] The reaction solution obtained by polymerization contains a mixture of a polymer and a metal complex. There- 
fore, an organic acid containing a carboxyl group or a sulfonyl group is added to the reaction solution to produce a 

50 nietal salt with the metal complex so that the metal complex can be removed as a solid by filtration or the like. Then, 
the impurities such as the acid remaining in the solution are removed by adsorption with basic activated alumina, a 
basic adsorbent, a solid inorganic acid, an anion exchange resin, or a cellulose anion exchangerto produce a solution 
of the acrylic block copolymer. 

[0150] Then, the polymerization solvent and unreacted monomers remaining in the thus-obtained polymer solution 
55 are removed by evaporation to isolate the acrylic block copolymer. As the evaporation method, a thin-film evaporation 
method, a flash evaporation method, a horizontal evaporation method using an extrusion screw, or the like can be 
used. Since the acrylic block copolymer has tackiness, evaporation can be efficiently perfonned by the horizontal 
evaporation method using the extrusion screw among these evaporation methods, or by combination of the horizontal 
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evaporation method with another evaporation method. 
<Process for producing acrylic blocl< copolymer (A)> 

[01 51] A preferred process for producing the acrylic block copolymer (A) comprises heating the acrylic block copol- 
ymer (A') at a high temperature of ^80'C to SOO'C. In this process, the acrylic block copolymer [A') may be heated in 
the state of the polymer solution under pressure, heated while being subjected to evaporation for removing the solvent 
from the polymer solution, or directly heat-melted. However, from the viewpoint of reactivity into the acid anhydride 
group and simplicity of production, the acrylic block copolymer (A") is preferably directly heat-melted. 
The acrylic block copolymer (A") is more preferably melt-kneaded. 

[01 52] The method of heating the acrylic block copolymer (A') in the state of the polymer solution can be performed 
using a pressure-resistant reactor. The method of heating the acrylic block copolymer (A') while removing the solvent 
from the polymer solution by evaporation can be performed by the horizontal evaporatkjn method using the extrusion 
screw. 

The method of directly heat-melting the acrylic block copolymer (A') can be performed using a pressing machine or an 
Injection molding machine. 

[01 53] In orderto further improve the Efficiency of the reaction , the acrylic block copolymer (A') may be melt-kneaded 
by any of various apparatuses capable of heating and kneading at the same time. Examples of such apparatuses 
include apparatuses ordinarily used for rubber, such as a Banbury mixer, a kheader, and a single-screw or multi-screw 
extruder. As a nonlimfting example, an extruder Is preferably used in view of reactivity Into the acid anhydride group, 
and simplicity of production. When the acrylic block copolymer (A") is melt-kneaded, the melt-kneading time (retention 
time In an extruder if the extruder is used) maiy be approprlatelydetermined according to the melt-kneading temperature, 
the configuration of the screw, UD (effective length L of the screw/diameter D of the screw), the screw rotational speed, 
etc. 

<Composition> 

[0154] The acrylic block copolymer (A) of the present invention can be used as a composition with at least one 
selected from the group consisting of the cross-linked rubber (B), the thermoplastic resin (C), the thennoplastic elas- 
tomer (D), a lubncant (E), an inorganb filler (F), and a stabilizer (G). The composition can be suitably used for seal 
products or the like. 

[01 55] As a nonlimiting example, the composition of the acrylic block copolymer (A) with at least one of the cross- 
linked rubber (B), the thermoplastic resin (C), the thennoplastic elastomer (D), the lubrfcant (E), the Inorganic filler (F), 

or the stabilizer (G) can be preferably used for the f olfowing cases: 

[0156] The cross-linked rubber (B) is added to the acrylic block copolymer (A) to impart rubber elasticity to the acrylic 
block copolymer (A) and improve the physical properties thereof, such as low-temperature properties, or the acrylic 
block copolymer (A) is added to the cross-linked rubber (B) to impart thermoplastlclty to the cross-linked rubber and 
improve the processability and recycle property of the cross-linked rubber (B). The thennoplastic resin (C) and/or the 
thennoplastic elastomer (D) is added to the acryfic block copolymer (A) to control the hardness of the acrylic block 
copolymer (A) and improve the physical properties thereof, such as mechanical properties and low-temperature prop- 
erties, or the acrylic block copolymer (A) is added as a softener to the thermoplastic resin (C) and/or the thermoplastic 
elastomer (D) to control the hardness of the thennoplastic resin (C) and/or the thermoplastfc elastomer (D) while main- 
taining the high elastic modulus and improving the compression set. The acrylic block copolymer (A) is added as a 
compatibilizerto at least two types of the cross-linked rubber (B) and/or the thennoplastic resin (C) and/or the thenno- 
plastic elastomer (D) to improve mechanical properties by utilizing the reactivity of the acrylic block copolymer (A). The 
lubricant (E) and the inorganic filler (G) are added to the acrylic block copolymer (A) or its composition to decrease the 
surface frictionality of the acrylic block copolymer (A) or its composition, to improve the mechanical properties such as 
elastic modulus, and further to improve processability. The stabilizer (G) can be used for preventing thermal deterio- 
ration or acid deterioration in processing, or improving the heat resistance and weather resistance of products. 
[01 57] The mixi ng ratios of the acrylic block copolymer (A) to the cross-linked rubber (B) , the thermoplastic resin (C) 
and/or the thennoplastic elastomer (D), and to the lubricant (E) and/or the inorganic filler (F), and/or the stabilizer (G) 
may be appropriately detennined according to the required physical properties of the resultant composition, for exam- 
ple, the characteristics of a seal product, and the like. 

[01 58] When It is necessary to impart rubber elasticity to the acrylk; block copolymer (A) or improve the low-temper- 
ature properties thereof, or when the acrylic block copolymer (A) is added to the cross-linked rubber in orderto impart 
themnoplasticlty thereto, the mixing ratio is preferably 0.5% by weight to 99.5% by weight of the acrylic block copolymer 
(A) to 99.5% by weight to 0.5% by weight of the cross-linked rubber (B), and more preferably 0.5% by weight to 90% 
by weight of the acrylic block copolynrier (A) to 99.5% by weight to 1 0% by weight of the cross-linked rubber (B). When 
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the content of the acrylic block copolymer (A) is less than 0.5% by weight, there Is the tendency that thermoplastlcity 
is not sufficiently imparted to the cross-linked rubber. When the content of the cross-linked rubber (B) is less than 0.5% 
by weight, there is the tendency that rubber elasttelty Is not sufficiently Imparted to the acrylic block copolymer (A), and 
the low-temperature properties are not sufficiently Improved. 

[0159] The mixing ratio of the acrylic block copolymer (A) to the thermoplastic resin (C) and/or the thermoplastic 
elastomer (D) may be appropriately determined according to demand. The mixing ratio is, without limitation to, prefer- 
ably 0.5% by weight to 99.5% by weight of the acrylic block copolymer (A) to 99.5% by weight to 0.5% by weight of 
the thennoplastic resin (C) and/or the themoplastic elastomer (D). and more preferably 0.5% by weight to 90% by 
weight of the acrylic block copolymer (A) to 99.5% by weight to 10% by weight of the thermoplastic resin (C) and/or 
the thermoplastic elastomer (D). 

[0160] When the thennoplastic resin (C) and/or the thermoplastic elastomer (D) Is added to the acrylic block copol- 
ymer (A) to control hardness or improve physical properties such as mechanical properties, the content of the acrylic 
block copolymer (A) is preferably 99.5% by weight to 50% by weight, and the content of the thsmiopiastic resin (C) 
and/or the thermoplastic elastomer (D) is preferably 0.5% by weight to 50% by weight. When the content of the ther- 
moplastic resin (C) and/or the themioplastio elastomer (D) Is less than 0.5% by weight, the hardness of the acrylfc 
block copolymer may not be sufficiently controlled, and the physical properties such as mechanical properties may not 
be sufficiently improved. 

[0161] When the acrylic block copolymer (A) Is added as a softener to the thermoplastic resin (C) and/or the ther- 
moplastic elastomer (D) to control the hardness of the thermoplastic resin (C) and/or the thermoplastic elastomer (D) 
and improve the compression set thereof while maintaining the high elastic modulus, the content of the acrylic block 
copolymer (A) is preferably 0.5% by weight to 50% by weight, and the content of the thermoplastic resin (C) and/or 
the thermoplastic elastomer (D) Is preferably 99.5% by weight to 50% by weight. When the content of the acrylic block 
copolymer (A) Is less than 0.5% by weight, the hardness of the thennoplastic resin (C) and/or the themioplastic elas- 
tomer (D) may not be sufficiently controlled, and the physical properties such as mechanical properties may not be 
sufficiently Improved. When the acrylic block copolymer (A) is added as a compatibilizer to at least two types of the 
cross-linked rubber (B) and/or the thermoplastic resin (C) and/or the thermoplastic elastomer (D) to Improve the me- 
chanical properties, the content of the acrylic bbck copolymer (A) is preferably 0.5% by weight to 20% by weight, and 
the content of the cross-linked rubber (B) and/or the thermoplastfc resin (C) and/or the thermoplastic elastomer (D) is 
preferably 80% by weight to 99.5% by weight. When the content of the acrylic block copolymer (A) is less than 0.5% 
by weight, the mechanical properties and compatibility may not be sufficiently improved. 

[01 62] When the lubricant (E), the inorganic filler (F), and the stabilizer (G) are added to the acrylk: block copolymer 
(A) or Its composition, the contents of the lubricant (E), the inorganic filler (F), and the stabilizer (G) are preferably 0.01 
parts by weight to 50 parte by weight, 0.01 parts by weight to 300 parts by weight, and 0.01 parts by weight to 15 part 
by weight, respectively, based on 100 parts by weight of the acrylic block copolymer (A) or Its composition. IVlore 
preferably, the contents of the lubricant (E) and the inorganic filler (F) are preferably 0.1 parts by weight to 30 parts by 
weight and 0.1 parts by weight to 1 00 parts by weight, respectively, based on 1 00 parts by weight of the acrylic block 
copolymer (A) or its composition. When the content of the lubricant (E) is less than 0.01 parts by weight, surface 
frictionality may not decrease. When the content of the lubricant (E) exceeds 50 parts by weight, the lubricant may 
bleed out from the acrylic block copolymer (A) or Its composition, or oil resistance may deteriorate. When the content 
of the inorganic filler (F) is less than 0.01 parts by weight, the mechanical properties such as elastic modulus may not 
be sufficiently improved. When the content of the inorganic filler (F) exceeds 300 parts by weight, tensile elongation 
may decrease, or compression set may degrade. When the content of the stabilizer (G) is less than 0,01 parts by 
weight, the effect of preventing heat deterioration and acid deterioration in processing and improving the heat resistance 
and weather resistance of a product may become insufficient. When the content of the stabilizer (G) exceeds 1 5 parts 
by weight, the mechanical properties of the acrylic block copolymer (A) or Its composition may deteriorate or coloring 
may occur. 

<Cross-linked rubber (B)> 

[0163] In the present invention, the cross-linked rubber (B) is vulcanized rubber or core-shell rubber cross-linked 
with a graft crossing agent or the like. The core-shell type is preferred from the viewpoint of compatibility with the acrylic 
block copolymer (A). 

[0164] Examples of the cross-linked rubber (B) include acrylic rubber (ACM), ethylene-acrylate copolymer rubber 
(AEM), acrylonitrile-acrylate copolymer rubber (ANM), chlorinated polyethylene (CM), chlorosulfonated polyethylene 
(CSM), ethylene-propylene copolymer rubber (EPM), ethylene-prapylene-diene copolymer rubber (EPDM), ethylene- 
vinyl acetate copolymer mbber (EVA), tetrafluoroethylene-propyiene rubber (FEPM), tetrafiuoroethylene-propylene- 
vinylidene fluoride rubber, fluororubber (FKM), polyisobutylene (RIB), epichlorohydrin rubber (CO), acrylate-butadiene 
mbber (ABR), styrene-butadiene rubber (SBR), butadiene njbber(BR), natural rubber (NR), epoxidlzed natural rubber 
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(ENR), isoprene rubber (IR): butyl rubber (IIR), brominated butyl rubber (BIIR), chlorinated butyl rubber (CIIR), acry- 
lonitrile-butadlene copolymer rubber (NBR), hydrogenated nitrile rubber (H-NBR), chloroprene rubber, norbornene rub- 
ber (NOR), polyester urethane rubber (AU), polyether urethane rubber (EU), silicone rubber (VMQ), fluorosilicone 
rubber (FVMQ), polydimetinylsiloxane (MQ), polysulfide rubber, ethylene-metiiyl acrylate copolymer rubber (EMA), 

5 ethylene-ethyl acrylate copolymer rubber (EEA), and ethylene-methyl methacrylate copolymer rubber (EMMA). Exam- 
ples of the core-shell type cross-linked rubber having excellent cornpatibility with other resins Include, without limitation 
to, a methyl methacrylate-butadiene-styrene copolymer (MBS resin), an acrylic graft copolymer, and an acrylic-silicone 
composite rubber graft copolymer. Commercially available industrial products of the MBS resin Include KaneAce B 
Series and KaneAce M Series (produced by Kanegafuchi Chemical Industry Co., Ltd.). Commercially available Indus- 

<o trial products of the acrylic graft copolymer include KaneAce FM Series (produced by Kanegafuchi Chemical Industry 
Co., Ltd.). Commercially available industrial products of the. acrylic-silicone composite rubber graft copolymer include 
Metablen S-2001 (Mitsubishi Rayon Co., Ltd.). 
[0165] At least one of thsss rubber materials may be used. 

Among these rubber materials, silicone mbber (VMQ) is preferred from the viewpoint of excellent low-temperature 
15 properties and high-temperature properties (heat resiistance) required tor various seal products. Also, core-shell sili- 
cone rubber comprising acore made of silicone and a shell made of methyl methacrylate or the like is preferred because 
it further has mechanical properties. Another rubber having high compatibility with the acrylic block copolymer (A) can 
also be preferably used. 

20 <Themioplastic resin {C)> 

[0166] Examples of resins usable as the thermoplastic resin (C) in the present invention include, without limitation 
to, polyvinyl chloride resin, polyethylene resin, polypropylene resin, cyclic olefin copolymer resin, polymethyl methacr- 
ylate resin, styrene-methyl methacrylate resin, acrylonitrile-styrene copolymer resin, polystyrene resin, polyphenylene 

25 ether resin, polycarbonate resin, polyester resin, polyamide resin, polyacetal resin, polyphenylene sulfide resin, polysul- 
fone resin, polylmide resin, polyetherimide resin, polyether ketone resin, polyetherether ketone resin, and polyamide- 
imide resin. At least one of these resins can be used. As a nonlimiting example, a resin having high compatibility with 
the acrylic block copolymer (A) is preferably used, and a resin having a f uncfipnal group reactive with an acid anhydride 
group is more preferably used. Examples of a functional group reactive with an acid anhydride group include an amino 

30 group and a hydroxy! group. Examples of a thermoplastic resin having such a functional group include polyester resins 
and polyamide resins. Other thermoplastic resins containing a functional group reactive with an acid anhydride can 
also be preferably used. Polyvinyl chloride resin, polymethyl methacrylate resin, acrylonitrile-styrene copolymer resin, 
methyl methacrylate-styrene copolymer resin, and polycarbonate resin have high compatibility with the acrylic block 
copolymer (A). Therefore, the use of such resins has the effect of impfovlng hardness while maintaining mechanical 

35 strength, and acting as a compatibilizer with polyester resin and polyamide resin. 

<Themioplastic elastomer (D)> 

[0167] Examples of thermoplastic elastomers usable as the thermoplastic elastomer (D) in the present invention 
40 include , without limitation to, a slyrene elastomer, an olefin elastomer, an urethane elastomer, a vinyl chloride elastomer, 
an ester elastomer, an amide elastomer, and an acrylic elastomer. At least one of these elastomers can be used. 
Among these elastomers, the acrylic elastomer is prefen-ed from the viewpoint of oil resistance, heat resistance, and 
compatibility, and the ester elastomer and the amide elastomer are preferred from the viewpoint of oil resistance, heat 
resistance, and the presence of a functional group reactive to an acid anhydride group. Other thenmoplastic elastomers 
45 having functional groups reactive to an acid anhydride group can also be preferably used. The use of the slyrene 
elastomer, the olefin elastomer, the urethane elastomer, or the vinyl chloride elastomer has the effect of imparting oil 
resistance, heat resistance, weather resistance, and scratch resistance, and the like while maintaining properties such 
as rubber elasticity and flexibility. 

50 <Lubricant (E)> 

[0168] Examples of materials usable as the lubricant (E) in the present invention include fatty acids such as stearic 
acid and palmitic acid; fatty acid metal salts such as calcium stearate, zinc stearate, magnesium stearate, potassium 
palmitate, and sodium palmitate; waxes such as polyethylene wax. polypropylene wax, and montan wax; low-molecular- 
55 weight polyolefins such as low-molecular-weight polyethylene and low-molecular-weight polypropylene; polyorganosi- 
loxane such as dimethylpolysiloxane; octadecylamine; alkyl phosphates; fatty acid esters; amide lubricants such as 
ethylene bis-stearylamide; fluororesin powders such as tetrafluoroethylene resin; molybdenum disulfide powders; sil- 
icone resin powders; silicone rubber powders; and silica. At least one of these lubricants can be used. Among these 



4SDOCID: <EP 



EP 1 541 595 A1 



lubricants, stearic acid, calcium stearate, zinc stearate, and magnesium stearate are preferred from the viewpoint of 
cost and excellent processability. When the resultant composition is used for various seal products, stearic acid, zinc 
stearate, and calcium stearate are preferred from the viewpoint that the required low frictlonality can be imparted. 

<lnorganiG filler (F)> 

[0169] Examples of materials usable as the inorganic filler (F) in the present invention include, without limitation to, 
titanium oxide, zinc sulfide, zinc oxide, cartoon black, calcium carbonate, calcium silicate, clay, kaoline, silica, mica 
powder, alumina, glass fibers, metal fibers, potassium titanate whiskers, asbestos, wollastonite, mica, talc, glass flakes, 
milled fibers, and metal powders. At least one of these materials can be used. Among these materials, titanium oxide, 
carbon black, calcium carbonate, silica, and talc are preferred from the viewpoint of improvement in mechanical prop- 
erties, a reinforcing effect, and cost. When the resultant composition is used for various seal products, carbon black 
and titanium oxide are preferred from the viewpoint of required high elastic modulus, weather resistance, and usability 
as pigments. 

<Stabilizer (G)> 

[0170] Examples of materials usable as the stabilizer (G) in the present invention include an antioxidant, a photo 
stabilizer, and an ultraviolet absorber Specific examples of the antioxidant include, without limitation to, amine anti- 
oxidants such as phenyl-a-naphthylamine (PAN), octyldiphenylamine, N,N'-diphenyl-p-phenylenediamine (DPPD), N, 
N'-di-p-naphthyl-p-phenylenediamine {DNPD), N-(1 ,3-dimethylbutyl)-N'-phenyl-p-phenylenediamine, N-phenyl-N'-iso- 
propyl-p-phenylenediamine (IPPN), N,N'-diallyi-p-phenylenediamlne, phenothiazlne derivatives, diallyl-p-phenylene- 
diamlne mixtures, alkylated phenyienediamine,4,4'-bis(a,a-dimethylbenzyl)diphenylamine, N-phenyl-N'-(3-methacry- 
loyloxy-2-hydropropyl)-p-phenylenedlamine, diallylphenylenediamine mixtures, diallyl-p-phenylenedlamine mixtures, 
N-(1-methylheptyl)-N'-phenyl-p-phenylenediamine, and diphenylamine derivatives; imidazole antioxidants such as 
2-mercaptobenzoimidazole (MBI); phenolic antioxidants such as 2,6-di-tert-butyl-4-methylphenol and pentaerythrityl 
tetrakis[3-(5-di-tert-butyl-4-hydroxyphenol)-propionate]; phosphate antioxidants such as nickel diethyl-dithiocar- 
bamate; secondary antioxidants such as triphenyl phosphite; 2-tert-butyl-6-{3-tert-butyl-2-hydroxy-5-methylbenzyl)- 
4-methylphenyl acrylate; and 2-[1-(2-hydroxy-3,5-di-tert-pentylphenyl)ethyl]-4,6-di-tert-pentylphenyl acrylate. Exam- 
ples of the photo stabilizer and the ultraviolet absorber include 4-tert-butylphenyl salicylate, 2,4-dihydroxybenzophe- 
none, 2,2'-dihydroxy-4-methoxybenzophenone, ethyI-2-cyano-3,3'-diphenyl acrylate, 2-ethylhexyl-2-.cyano-3,3'-diphe- 
nyl acrylate, 2-hydroxy-5-chlorobenzophenone, 2-hydroxy-4-methoxybenzophenone-2-hydroxy-4-octoxybenzophe- 
none, monoglycol salicylate, oxalic amide, and 2,2',4,4'-tetrahydroxybenzophenone. 

[0171] Gommerclally available Industrial products of the antioxidants include Irganox 1010 (produced by Ciba Spe- 
cialty Chemicals Inc.), Sanol LS770 (produced by Sankyo Lifetech Co., Ltd.), Adekastab LA-57 (produced by Asahi 
Denka Kogyo K.K.), Adekastab LA-6B (produced by Asahi Denka Kogyo K.K.), Chimassorb 944 (produced by Ciba 
Specialty Chemicals Inc.), Sanol LS765 (produced by Sankyo Lifetech Co., Ltd.), Adekastab LA-62 (produced by Asahi 
Denka Kogyo K.K.), TINUVIN 144 (produced by Ciba Specialty Chemicals Inc.), Adekastab LA-63 (produced by Asahi 
Denka Kogyo K.K.), TINUVIN 622 {produced by Ciba Specialty Chemicals Inc.), Adekastab LA-32 (produced by Asahi 
Denka Kogyo K.K.), Adekastab LA-36 (produced by Asahi Denka Kogyo K.K.), TINUVIN 571 (produced by Ciba Spe- 
cialty Chemicals Inc.), TINUVIN 234 (produced by Ciba Specialty Chemicals Inc.), Adekastab LA-31 (produced by 
Asahi Denka Kogyo K.K.), TINUVIN 1130 (produced by Ciba Specialty Chemicals Inc.), Adekastab AO-20 (produced 
by Asahi Denka Kogyo K.K.), Adekastab AO-50 (produced by Asahi Denka Kogyo K.K.), Adekastab 2112 (produced 
by Asahi Denka Kogyo K.K.). Adekastab PEP-36 (produced by Asahi Denka Kogyo K.K.), Sumilizer GM (produced by 
Sumitomo Chemical Co., Ltd.), Sumilizer GS (produced by Sumitomo Chemical Co., Ltd.), and Sumilizer TP-D (pro- 
duced by Sumitomo Chemical Co., Ltd.). These antioxidants may be used alone orcornbination of two or more. Among 
these antioxidants, Sanol LS770, Irganox 101 0, Sumilizer GS, and TINUVIN 234 are preferred from the viewpoint of 
cost and the effect of preventing thermal and optical deterioration of the acrylic block copolymer. 

<Process for producing thermoplastic elastomer composition> 

[0172] As a nonlimiting example of a method for processing or producing the acrylic block copolymer (A) of the 
present invention or a composition comprising the acrylic block copolymer (A) and at least one selected from the group 
consisting the cross-linked rubber (B) the thermoplastic resin (C), the thermoplastic elastomer (D), the lubricant (E), 
the Inorganic filler (F), and the stabilizer (G), an existing method comprising mechanically mixing with, for example, a 
Banbury mixer, a roller mill, a kneader, a single-screw or multi-screw extruder, or the like, and then pelletizing the 
resultant mixture can be used. The kneading temperature may be controlled according to productivity, the melting 
temperatures of the used components selected from the acrylic block copolymer (A), the cross-linked rubber (B) the 
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thermoplastic resin (C), the thermoplastic elastomer (D), the iubricant (E), the inorganic filler (F), and the stabilizer (G), 
and the mechanical properties of the resultant acrylic block copolymer (A) or composition. For example, the kneading 
temperature for production is 1 00°C to 300°C, preferably 130°C to 300°C, and more preferably 1 50°C to 250oc. With 
the kneading temperature lowerthan 100°C, melting of the acrylic block copolymer (A) may become insufficient, thereby 
causing nonuniform kneading with the cross-linked rubber (B) the themioplastic resin (C), thethermoplastlc elastomer 
(D), the lubricant (E), the inorganic filler (F), and the stabilizer (G). With the kneading temperature higher than 300'C, 
the acrylic block copolymer (A) may be decomposed. 

[0173] According to demand, a flexibilizer, a flame retardant, a pigment, a mold release agent, an antistatic agent, 
an antibacterial-antifungal agent, a compatibilizer, and the like may be added to the acrylic block copolymer (A) or the 
composition comprising the acrylic block copolymer (A) and at least one selected from the group consisting the cross- 
linked rubber (B), the thermoplastic resin (C), the thermoplastic elastomer (D), the lubricant (E), the inorganic filler (F), 
and the stabilizer (G). As the additives, optimum additives may be appropriately selected according to the required 
physical properties and purposes of use. 

[0174] Examples of the flexibilizer include, without limitation to, compounds such as plasticizers ordinarily added to 
thermoplastic resins and rubber; softeners such as process oil; oligomers; oils such as animal oil and vegetable oil; 
petroleum fractions such as kerosene, heavy oil, light oil, and naphtha. Examples of the softeners include process oils, 
for example, petroleum process oils such as paraffin oil, naphthenic process oil, and aromatic process oil. 
[01751 Examples of tiie plasticizers include phthalic acid derivatives such as dimethyl phttialate, diethyl phthalate, 
di-n-butyl phthalate, di-(2-ethylhexyl) phthalate, diheptyl phthalate, diisodecyl phthalate, di-n-ootyl phthalate, dilsononyl 
phthalate, ditridecyl phthalate, octyldecyl phthalate, butylbenzyl phthalate, dicyclohexyl phthalate, and p-hydroxyethyl- 
2-ethylh6xyl phthalate; isophthalic acid derivatives such as dimethyl isophthalate; tetrahydrophthalic acid derivatives 
such as di-(2-ethylhexyl)tetrahydrophthallc acid; adipfe acid derivatives such as dimethyl adipate, dibutyl adipale, di- 
n-hexyl adipate, dl-(2-ethylhexyl) adipate, isononyl adipate, diisodecyl adipate, dibutyl dlglycol adipate; azelaic acid 
derivatives such as di-2-6thylh6xyl azelate; sebacic acid derivatives such as dibutyl sebacate; dodecan-2-oic acid 
derivatives; maleic acid derivatives such as dibutyl maleate and di-2-ethylhexyl maleate; fumaric acid derivatives such 
as dibutyl fumarate; p-oxybenzcic acid derivatives such as 2-ethylhexyl p-oxybenzoate; trimellitic acid derivatives such 
as tris-2-6thylhexyl trimeliitate; pyromellltte acid derivatives; citric acid derivatives such as acetyl tributyl citrate; itaconic 
acid derivatives; oleic acid derivatives; ricinoleic acid derivatives; stearic acid derivatives; other fatty acid derivatives; 
sulfonk: acid derivatives; phosphoric acid derivatives; glutaric acid derivatives; polyester plasticizers each comprising 
a polymer of a dibasic acid such as adipic acid, azelaic acid, phthalic acid, orthe like, glycol, and a monohydric alcohol; 
glycol derivatives; glycerin derivatives; paraffin derivatives such as chlorinated paraffin; epoxy derivative polyester 
polymer plasticizers; polyether polymer plasticizers; carbonate derivatives such as ethylene carbonate and propylene 
carijonate; sulfonamide derivatives such as N-butylbenzenesulfonamide, N-ethyltoluenesulfonamide and N-cyclohex- 
yltoluenesulfonamlde; and vinyl polymers such as acrylic plasticizers produced by polymerizing vinyl monomers by 
various methods. In the present invention, the plasticizer is not limited to these plasticizers, and various plasticizers 
can be used. Also, commercially available plasticizers for rubber or thermoplastic resins can be used. Examples of the 
commercially available plasticizers include Thiokol TP (produced by Morton Corporation), Adekacizer 0-1 30P, C-79, 
UL-1 00, P-200, and RS-735 (produced by Asahi Denka Co., Ltd.), Sansocizer N-400 (produced by Shin-Nippon Rika 
Co., Ltd.), BM-4 (produced by Daihachi Chemical Industry Ltd.), EHPB (Ueno Fine Chemicals Industry, Ltd.), and UP- 
1000 (produced by Toagosei Co., Ltd.). Examples of vegetable oil include castor oil, cottonseed oil, linseed oil, rapeseed 
oil, soybean oil, palm oil, coconut oil, peanut oil, pine oil, and tali oil. 

[0176] The flexibilizer used preferably has excellent affinity forth© acrylic block copolymer (A), the cross-linked mbber 
(B), the thermoplastic resin (C), and the thermoplastic elastomer (D). Preferred examples of such a flexibilizer include, 
without limitation to, low-volatile plasticizers causing small heating losses, such as adipic acid derivatives, phthalic aid 
derivatives, glutaric acid derivatives, trimellitic acid derivatlvas, pyromellitic acid derivatives, polyester plasticizers, 
glycerin derivatives, epoxy derivative polyester polymer plasticizers, polyether polymer plasticizers, and acrylic plas- 
ticizers. At least one of these flexibilizers can be used. 

[01 77] Examples of the flame retardant include, without limitation to, compounds such as triphenyl phosphate, tricr- 
esyl phosphate, decabromobiphenyl, decabromobiphenyl ether, and antimony trioxide. These compounds may be used 
alone or in combination of two or more. 

[0178] Examples of the pigment include, without limitation to, compounds such as titanium oxide, zinc sulfide, and 
zinc oxide. These compounds may be used alone or in combination of two or more. 

[0179] Commercially available products of the compatibilizer include Kraton Scries (produced by Shell Japan Co.,), 
Tuftec Series (produced by Asahi Chemical Industry Co.,), Dynaron (produced by Nippon Synthetic Rubber K.K.), 
Epofriend (produced by Daicel Chemical Industries Ltd.), Septon (produced by Kuraray Co,, Ltd.), Nofalioy (produced 
by NOF Corporation), Rexpeari (Nippon Polyolefin Co., Ltd.), Bondfast (produced by Sumitomo Chemical Co., Ltd.), 
Bondine (Sumitomo Chemical Co., Ltd.), Admer (IVIitsui Chemicals, Inc.), Youmex (Produced by Sanyo Chemical In- 
dustries, Ltd.), VMX (produced by Mitsubishi Chemical Corporation), Modiper (produced by NOF Corporation), Sta- 
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phyloid (Takeda Chemical Industries, Ltd.), and Reseda (Toagosel Co., Ltd.). 

[0180] As the acrylic block copolymer (A) of the present Invention, acrylic block copolymers having hardness in a 
wide range can be produced by controlling the types of the constituent monomers and the composition ratio between 
the methacrylic polymer block (a) and the acrylic polymer block (b). When an acrylic block copolymer having low 

5 hardness and flexibility is produced In the form of a powder or pellets, blocking may occur. Therefore, when the com- 
position comprising the acrylic block copolymer (A) and at least one selected from the group consisting of the cross- 
linked rubber (B), the thermoplastic resin (C), the thermoplastic elastomer (D), the lubricant (E), the inorganic filler (F). 
and the stabilizer (G) is produced in the form of a powder or pellet, any of various lubricants may be coated for preventing 
blocking. Specific examples of the lubricant include the lubricant (E), calcium carbonate, talc, kaoline, alumina, alumi- 

10 num hydroxide, and acrylic polymer fine particles. At least one selected from these compounds is preferably used. In 
view of cost, calcium carbonate and talc are preferred. In particular, when the methacrylic polymer block (a) of a meth- 
acrylic block copolymer comprises methyl methacrylate as a main component, a polymethyl methacrylate resin powder 
is preferably used as the lubricant because the addition of the lubrksant possibly has substantially no influence on the 
physical properties of products. 

15 [0181] In the present invention, the lubricant may be added to a powder or pellets by a method in which the powder 
or pellets are produced without the lubricant, and then the lubricant is applied to the powder or pellets, or a method in 
which the lubricant is coated during production of the powder or pellets. 

[0182] Examples of the method in which the pellets are produced without the lubricant, and then the lubricant is 
coated to the pellets include a method of dispersing the polymer pellets in a solvent containing the lubricant, a method 
of spraying a solvent containing the lubricant to the pellets, and a method of directly mixing the pellets and the lubricant. 
Examples of the method in which the lubricant is coated during production of the pellets include an underwater cutting 
method and a strand cutting method. In the underwater cutting method for producing the pellets, it is necessary to 
prevent blocking of the pellets near a die or a cutter in some cases. In this case, a polymer is cut in circulating cooling 
water, and thus a blocking property can be improved by adding at least one lubricant to the circulating cooling water. 
2S In the strand cutting method, generally, a resin discharged from the die reaches a high temperature, and thus a strand 
is cooled with an aqueous phase to solidify the resin before cutting. Therefore, the lubricant is previously added to the 
aqueous phase and dispersed therein, and the strand is immersed in the aqueous phase to coat the lubricant on the 
surface. In this case, the effect of preventing blocking of the pellets can be exhibited. 

30 <Automobile, electric and electronic parts> 

[0183] The acrylic block copolymer (A) of the present invention and the composition comprising the acrylic btock 
copolymer (A) and at least one selected from the group consisting of the cross-linked rubber (B), the thermoplastic 
resin (0), the thermoplastic elastomer (D), the lubricant (E), the inorganic filler (F), and the stabilizer (G) are lmproved 
35 in oil resistance, heat resistance, thennal decomposition resistance, weather resistance, mechanical properties, com- 
pression set, etc, while maintaining the characteristics inherent to acrylic block copolymers. Therefore, the acrylic btock 
copolymer (A) and the composition can be more preferably used for automobile, electric and electronic parts, for ex- 
ample, seal products for automobiles, seal products for home electric appliances, and seal products for office appli- 
ances. The seal products according to the present invention are excellent in oil resistance and heat resistance, end 
excellent In simplification of the molding process and recycling property as compared with conventional seal products, 
for example, vulcanized rubber products. The seal products are also excellent in oil resistance and weather resistance 
as compared with olefin themnoplastlc elastomers. 

[0184] Specific examples of such parts include various types of oil seals such as an oil seal and a reciprocation oil 
seal; various types of packings such as a ground packing, a lip packing, and a squeeze packing; various types of boots 

45 such as a constant velocity joint boot, a strut boot, a rack and pinion boot, a brake booster boot, a steering ball joint 
boot; various types of dust covers such as a suspension dust cover, a suspension tie-rod dust cover, and a stabilizer 
tie-rod dust cover; various types of gaskets such as a resin intake manifold gasket, a throttle-body gasket, a power- 
steering vane piimp gasket, a head-cover gasket, a water heater self-priming pump gasket, a filter gasket, a pipe joint 
(ABS & HBB) gasket, a HDD top-cover gasket, a HDD connector gasket, a cylinder-head gasket combined with a 

so metal, a car cooler compressor gasket, a gasket around an engine, an AT separate plate, and general-purpose gaskets 
(industrial sewing machine, a nailing machine, and the like); various types of valves such as a needle valve, a plunger 
valve, a water/gas valve, a brake valve, a drinking valve, and a safety valve for an aluminum electrolytic capacitor; 
various types of stopper mainly having a buffer function, such as a diaphragm for a vacuum booster or water and gas, 
a seal washer, a bore plug, and a high-precision stopper; and precision seal rubbers such as a plug tube seal, an 

55 injection pipe seal, an oil receiver, a brake drum seal, a shading seal, a plug seal, a connector seal, and a keyless 
entry cover. Other examples of seal products include various types of weatherstrips such as a weatherstrip for auto- 
mobile parts, a trunk seal, and a glass run channel. 

[0185] In additiori to the automobile, electric and electronic parts, the acrylic block copolymer (A) and the composition 
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comprising the acrylic blocl< copolymer (A) and at least one selected from the group consisting of the cross-linked 
rubber (B), the thermoplastic resin (C), the thermoplastic elastomer (D), the lubricant (E), the inorganic filler (F), and 
the stabilizer (G) can be preferably used in the fields of package materials, construction and civil engineering, miscel- 
laneous goods, and the like. For example, the acrylic block copolymer (A) and the composition can be widely used for 
5 a hose, a sheet, a film material, a damping material, a vibration proof material, a grip, a buffer, a base polymer of an 
adhesive, a resin modifier, and the like. 

[01861 The above-described products can be molded by any desired molding method such as extrusion molding, 
compression molding, blow molding, calender molding, vacuum moWing, foam molding, injection molding, powder 
slash molding, injection blowing, or the like using the acrylic block copolymer (A) or the composition thereof. Among 
10 these methods, injection molding is preferred from the viewpoint of simplicity. 

[0187] Although the present Invention will be described in detail below on the basis of examples, the present Invention 
Is not limited to these examples. 

[0188] In the examples, BA, EA, MEA, 2EHA, MMA. TBMA, and TBA represent n-butyl acrylate, ethyl acrylate, 
2-methoxy6thyl acrylate. 2-ethylhexyl acrylate, methyl methacrylate, tert-butyl methacrylate, and tert-butyl acrylate, 
IS respectively. 

<Test method> 

(Molecular weight) 

20 

[0189] In each of the examples, a molecular weight was determined in temns of polystyrene by GPC measurement 
using a GPC analyzer, chloroform as a, mobile phase, and a polystyrene gel column. The GPC measurement was 
perfonmed using the GPC analyzer (system: GPC system produced by Waters Corporation, column: Shodex K-B04 
(polystyrene gel) produced by Showa Denko K.K.) and chloroform as the mobile phase. The molecular weight was 
25 detemnined in terms of polystyrene. 

(Analysis of conversion to acid anhydride group) 

[0190] Reaction of conversion to an acid anhydride group in an acrylic block copolymer was confinned by an infrared 
30 spectrum (FTIR-B100 produced by Shimadzu Corporation) and nuclear magnetic resonance {AM400 produced by 
BRUKER Corporation). 

[01 91 ] As a measurement solvent for nuclear magnetic resonance analysis, deuterochloroform was used for a block 
having a carboxylic acid ester, and deuteroacetone was used for a block containing an add anhydride group. 

35 (Analysis of conversion to carboxyl group) 

[0192] Reaction of conversion to a carboxyl group In an acrylic block copolymer was confinned by an infrared spec- 
trum (FTIR-81 00 produced by Shimadzu Corporation) and nuclear magnetic resonance (AM4C0 produced by BRUKER 
Corporation). 

40 [01 93] As a measurerhent solvent for nuclear magnetic resonance analysis, deuterochlorofomi was used for a block 
having a carboxylk: ester, and deuteromethanol was used for a block containing a carboxyl group. 

(Hardness) 

45 [01 94] Hardness at 23''C (Initial value, according to JIS A) was measured according to JIS K6253. However, when 
hardness measured by a type A durometer was over 90, the hardness was measured by a type D durometer (JIS D). 

(Mechanical strength) 

50 [0195] According to the method of JIS K7113, mechanical strength was measured by AG-10TB model autograph 
produced by Shimadzu Corporation. Measurement was perfomied with n = 3, and averages of strength (MPa) and 
elongation (%) at breakage of a specimen were used. The specimen had a shape of No. 2(1/3) having a thkjkness of 
about 2 mm. A test was carried out at 23'»C and a test rate of 500 mm/min. As a rule, the specimen was conditioned 
at a temperature of 2a±2°G and relative humidity of 50±5% for 48 hours or more before the test. 

55 

(Compression set) 

[0196] According to JIS K6301 , a cylindrical molded product was maintained with a compression rate of 25% at70'C, 
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1 00°C, or 1 20°C for 22 hours or 72 hours, and then allowed to stand at 23°C for 30 minutes. Then, the thickness of 
the molded product was measured to calculate residual strain. Namely, a compression set of 0% corresponds to com- 
plete recovery of strain, and a compression set of 1 00% corresponds to no recovery of strain. 

5 (Oil resistance) 

[01 97] According to ASTM D63B, a molded product was maintained in ASTM No. 3 oil kept at 1 50°C for 72 hours to 
determine a rate of weight change (% by weight). 

[0198] The shape after Immersion in oil was evaluated based on the following criteria: 

10 

Shape: maintained = O, slightly swollen = O - A, swollen = A, significantly swollen or partially dissolved = x, 
completely dissolved = x x 

(Heat resistance) 

IS 

[0199] Heat resistance was evaluated by comparison of flow beginning temperatures. A flow beginning temperature 
was measured by extruding a resin from a nozzle having an inner diameter of 1 mm and a length of 10 mm under a 
load of 60 Kgf/cm2 while heating the resin at a heating rate of 5°C/min using a Kokashiki flow tester CFT-500C model 
produced by Shimadzu Corporation. The temperature at start of lowering of a resin extrusion piston of the flow tester 
(indicated by Tfb in the measuring meter) was regarded as the flow beginning temperature. 

(Thermogravlmetric analysis) 

[0200] The thermal decomposition resistance of an acrylic block copolymer was measured with a differential ther- 
25 mogravimetric simultaneous measurement apparatus (DTG-50) produced by Shimadzu Corporation. Measurement 
was performed under a nitrogen stream at a flow rate of 50.0 ml/min and a heating rate of lO.O'C/mln. The 5% weight 
loss temperature was detemnlned on the basis of the weight at 1 00°C. 

(Insoluble content ratio (% by weight)) 

30 

[0201] In order to measure an insoluble content ratio, 1 g (Wu) of a sample was covered with a 1 00-mesh wire gauze 
and immersed in toluene at BO°C or acetone 60°C for24 hours (toluene or acetone in which an acrylic block copolymer 
was soluble was selected), and a toluene or acetone soluble content was separated. Then, the residual solid was dried 
under vacuum at ecc, and the weight g (Wo) of the residual solid after drying was measured. The Insoluble content 
35 ratio was detemnlned from the weight of the residual solid (Wc) relative to 1 g (Wu) of the sample. The progress of 
reaction can be confirmed by the insoluble content ratio (% by weight). 

(Frictionality) 

[0202] In order to measure frictionality due to friction between samples of the same material according to JIS K721 5, 
a dynamic coefficient of friction was determined by SURFACE PROPERTY TESTER (produced HEIDON Corporation, 
TYPE: 14DR) using a test piece having a shape of 80x200 mm and a counter piece having a shape of 20x20 mm, 
both pieces being cut out of a sheet having a thickness of 2 mm. A test was perfomned at a load of 1 00 gf and a rate 
of 50 mm/min. When frictionality could not be measured because of high tackiness, frictionality was evaluated as x. 

(Recycling property) 

[0203] A sheet formed for evaluating the tensile properties and the like was again milled and kneaded by Labo 
Plastomill (produced by Toyo Seiki Co., Ltd.) at a temperature of processing for producing the sheet, and then pressed 
so at each of temperatures. 

[0204] When the sheet similar to that before kneading was obtained, the recycling property was evaluated as good 
(O). When the sheet similar to that before kneading was not be obtained, the recycling property was evaluated as bad 

(X). 

55 (Low-temperature brlttleness) 

[0205] According to JIS K7216, a sample of 38X6 mm was cut out from a molded sheet of 2 mm in thickness, and 
the low-temperature brittle temperature was measured by a low-temperature brittle temperature measuring device 
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(Toyo Seiki Co., Ltd.). 
(Processability) 

5 [0206] A molded sheet of 2 mm in thickness produced for evaluating the tensile properties and the lil<e was cut into 
pellets, and the processing temperature was measured with melt viscosity (1500 poise) by Capilograph (produced by 
Toyo Seiki Co., Ltd.). Measurement was performed under the conditions of a capillary length of 10 mm, a capillaty 
diameter of 1 mm, and a barrel diameter of 9.55 mm. 

10 <Production of acrylic block copolymer> 

Production Example 1 

Synthesis of (l\/IMA-co-TBMA)-b-BA-b-(MI\/lA-co-TBMA) (l\/IMA/TBMA = 50/50 mol%, BA/(MMA-co-TBMA) = 70/30% 
15 by weight) acrylic block copolymer (referred to as "50TBA7" hereinafter) 

[0207] The procedures below were prefomned for producing 50TBA7. The air in a 5-L separable flask used as a 
polymerization vessel was replaced by nitrogen, and 11 .3 g (78.5 mmol) of copper bromide and 180 mL of acetonitrile 
(bubbled with nitrogen) were added to the flask. After stirring under heating at 70°C for 30 minutes, 5.65 g (1 5.7 mmbi) 
20 of diethyl 2,5-dibromoadlpafe serving as an initiator and 900 ml (6.28 mol) of BA were added to the flask. The resultant 
mixture was stirred under heating at 85»C, and 1 .64 ml (7.85 mmol) of diethylenetriamine was added as a ligand to 
initiate polymerization. 

[0208] After the initiation of polymerization, 0.2 mL of a solutbn was sampled from the polymerization solution with 
predetermined time intervals, and the BA conversion rate was determined by gas chromatographic analysis of the 

25 sampled solution. The polymerization rate was controlled by adding triamine at any desired time. At a BA conversion 
rate of 95%, 351 ml (2.16 mol) of TBMA, 232 ml (2.16 mol) of MMA, 7.77 g (7B.5 mmol) of copper chloride, 1 .64 ml 
(7.85 mmol) of diethylenetriamine, and 1148 ml of toluene (bubbled with nitrogen) were added to the reaction solution. 
Similarly, the conversion rates of TBMA and MMA were determined. At a TBMA conversion rate of 70% and an MMA 
conversion rate of 62%, 1 500 ml of toluene was added to the reaction solution, and the reactor was cooled in a water 

30 bath to terminate the reaction. 

[0209] The reaction solution was diluted with 2.0 L of toluene, and then 1 7.9 g of p-toluenesulf onic acid monohydrate 
was added to the reaction solution, followed by stirring at room temperature for 3 hours. Then, 12.0 g of Kyowaad 
500SH (produced by Kyowa Ghertilbal Industry Co., Ltd.) was added as an adsorbent to the polymer solution, followed 
by further stirring at room temperature for3 hours. Then, the adsorbent was filtered off with a Kiriyama funnel to produce 

35 a coloriess transparent polymer solution. The resultant solution was dried to remove the solvent and the residual mon- 
omers, and thereby the target acrylic block copolymer 50TBA7 was obtained. 

[0210] GPC analysis of the resultant acrylic block copolymer 50TBA7 showed a number-average molecular weight 
Mn of 108,240 and a molecular weight distribution Mw/Mn of 1.49. 

40 Production Example 2 

Synthesis of (MMA-co-TBMA)-b-BA-b-(MMA-co-TBMA) (MMATrBMA = 95« mol%, BA/(MMA-co-TBMA) = 70/30% by 
weight) acrylic block copolymer (refen-ed to as "5TBA7" hereinafter) ' 

45 [0211] The target acrylic block copolymer 5TBA7 was produced by the same method as in Production Example 1 
except the following procedures: in a 5-L separable flask, 5.80 g (16.1 mmol) of diethyl 2,5-dibromoadipate and 900 
ml (6.28 mol) of BA were charged and subjected to polymerization. At a BA conversion rate of 95%, 40.9 ml (0.25 mol) 
of TBMA and 512.6 ml (4.82 mol) of MMA were added to the reaction solution. At a TBMA conversion rate of 60% and 
an MMA conversion rate of 57%, the reaction was temiinated. 

50 [0212] GPC analysis of the resultant acrylic block copolymer 5TBA7 showed a number-average molecular weight 
Mn of 107,312 and a molecular weight distribution Mw/Mn of 1.58. 

Production Example 3 

55 Synthesis of (MMA-co-TBMA)-b-BA-b-(MMA-co-TBMA) (MMA/TBMA = 80/20 mol%, BA/(MMA-oo-TBMA) = 70/30% 
by weight) acrylic block copolymer (refen-ed to as "20TBA7" hereinafter) 

[0213] The target acrylic block copolymer 20TBA7 was produced by the same method as in Production Example 1 
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except the following procedures: In a 5-L separable flask, 5.65 g (1 5.7 mmol) of diethyl 2,5-dibromoadipate and 900 
ml (6,28 mol) of BA were charged and subjected to polymerization. At a BA conversion rate of 95%, 151 .9 ml (0.94 
mol) of TBMA and 400.9 ml (3.77 mol) of MMA were added to the reaction solution. At a TBMA conversion rate of 70% 
and an MMA conversion rate of 64%, the reaction was tenninated. 
5 [0214] GPC analysis of the resultant acrylic block copolymer 20TBA7 showed a number-average molecular weight 
Mn of 122,858 and a molecular weight distribution Mw/WIn of 1 .46. 



Production Example 4 

10 Synthesis of TBM A-b-BA-b-TBMA (BA/TBMA=70/30% by weight) acrylic block copolymer (referred to as "1 00TBA7" 
hereinafter) 

[021 5] The target acrylic block copolymer 1 00TBA7 was produced by the same method as in Production Example 
1 except the following procedures: In a 2-L separable flask, 2.26 g (6.3 mmol) of diethyl 2,5-dibromoadipate and 360 
15 ml (2.61 mol) of BA were charged and subjected to polymerization. At a BA conversion rate of 95%, 243ml (1 .50 mol) 
of TBMA was added to the reaction solution. At a TBIWA conversion rate of 70% and an MMA conversion rate of 68%, 
the reaction was terminated. 

[021 6] GPC analysis of the resultant acrylic block copolymer 1 00TBA7 showed a number-average molecular weight 
Mn of 95,491 and a molecular weight distribution Mw/Mn of 1.44. 



Production Example 5 

Synthesis of (M M A-co-TBIVlA)-b-(BA-co-EA-co-lW EA)-b-(MMA-co-TBIWA) (MMA/TBMA = 95/5 mol%, (BA-co-EA- 
co-l\/IEA)/(MMA-co-TBMA) = 70/30% by weight) acrylic block copolymer (referred to as "5T3Ar' hereinafter) 

[0217] The target acrylic block copolymer 5T3A7 was produced by the same method as in Production Example 1 
except the following procedures: In a 5-L separable flask, 6.04 g (16.8 mmol) of diethyl 2,5-dibromoadipate, 362 ml 
(2.52mol) of BA, 344 ml (3.17 mol) of EA, and 1 95 ml (1 .51 mol) of MEA were charged and subjected to polymerization. 
At a BA conversion rate of 95%, an EA corversion rate of 95%, and an MEA conversion rate of 97%, 42.5 ml (0,26 
30 mol) of TBMA and 534 ml (5.02 mol) of MMA were added to the reaction solution. At a TBMA conversion rate of 63% 
and an MMA conversion rate of 58%, the reaction was terminated. 

[0218] GPC analysis ot the resultant acrylic block copolymer 5T3A7 showed a number-average molecular weight 
Mn of 12,400 and a molecular weight distribution Mw/Mn of 1 .45. 



Production Example 6 

Synthesis of (MMA-co-TBMA)-b-(BA-co-EA-co-MEA)-b-(MMA-co-TBMA) (MMAiTBMA = 80/20 mol%, (BA-co-EA- 
co-MEA)/(MMA-co-TBMA) = 70/30% by weight) acrylic block copolymer (referred to as "20T3A7" hereinafter) 

[0219] The target acrylic block copolymer 20T3A7 was produced by the same method as in Production Example 1 
except the following procedures: In a 5-L separable flask, 5.89 g (16.4 mmol) of diethyl 2,5-dibromoadipate, 362 ml 
(2.52 mol) of BA, 344 ml (3.1 7 mol) of EA, and 1 95 ml (1 .51 mol) of MEA were charged and subjected to polymerization. 
At a BA conversion rate of 95%, an EA conversion rate of 95%, and an MEA conversion rate of 97%, 158 ml (0 58 
mol) of TBMA and 418 ml (3.92 mol) of MMA were added to the reaction solution. At a TBMA conversion rate oi 34 ;i 
and an MMA conversion rate of 59%, the reaction was temiinated. 

[0220] GPC analysis of the resultant acrylic block copolymer 20T3A7 showed a number-average molecular weight 
Mn of 111 ,000 and a molecular weight distribution Mw/Mn of 1.47. 



Production Example 7 

50 

Synthesis of (MMA-co-TBMA)-b-(BA-co-EA-co-MEA)-b-(MMA-co-TBMA) (MMA^-BMA = 80/20 mol%, (BA-co-EA- 
co-MEA)/(MMA-co-TBMA) = 60/40% by weight) acrylic block copolymer (referred to as "20T3A6" hereinafter) 

[0221] The target acrylic block copolymer 20T3A6 was produced by the same method as In Production Example 1 
55 except the following procedures: In a 5-L separable flask, 5.31 g (14.8 mmol) of diethyl 2,5-dibromoadipate, 281 ml 
(1 .96 mol) of BA, 267 ml (2.47 mol) of EA, and 151 ml (1 .18 mol) of MEA were charged and subjected to polymerization. 
At a BA conversion rate of 95%, an EA conversion rate of 95%. and an MEA conversion rate of 97%, 193 ml (1 .20 
mol) of TBMA and 509 ml (4.78 mol) of MMA were added to the reaction solution. At a TBMA conversion rate of 64% 
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and an MMA conversion rate of 61%, the reaction was terminated. 

[0222] GPC analysis of the resultant acrylic block copolymer 20T3A6 showed a number-average molecular weight 
Mn of 11 8,927 and a molecular weight distribution Mw/WIn of 1 .49. 

5 Production Example 8 

Synthesis of (MMA-co-TBMA)-b-(BA-co-EA-co-MEA)-b-(IVIMA-co-TBMA) (MMA/TBMA = 50/50 mol%, (BA-co-EA- 
co-MEA)/(MiVIA-co-TBMA) = 60/40% by weight) acrylic biocl< copolymer (referred to as "50T3A6" hereinafter) 

10 [0223] The target acrylfc biocl< copolymer 50T3A6 was produced by the same method as In Production Example 1 

except the following procedures: In a 5-L separable flask, 5.31 g (14.8 mmol) of diethyl 2,5-dibromoadipate, 281 ml 
(1 .96 mol) of BA, 267 ml (2.47 mol) of EA, and 151 ml (1 . 1 8 mol) of M EA were charged and subjected to polymerization. 
At a BA conversion rate of 95%, an EA conversion rate of 95%, and an MEA conversion rate of 98%, 435 ml (2.70 
mol) of TBMA and 287 ml 2.70 mol) of MMA were added to the reaction solution. At a TBMA conversion rate of 67% 
15 and an MMA conversion rate of 59%, the reaction was terminated. 

[0224] GPC analysis of the resultant acrylic block copolymer 50T3A6 showed a number-average molecular weight 
Mn of 96,778 and a molecular weight distribution Mw/H/ln of 1.46. 

Production Example 9 

20 

Synthesis of TBVIA-b-(BA-co-EA-co-MEA)-b-TBMA ((BA-co-EA-co-MEA)/rBMA = 60/40% by weight) acrylic block 
copolymer (referred to as "100T3A6" hereinafter) 

[0225] The target acrylic block copolymer 100T3A6 was produced by the same method as in Production Example 1 
25 except the following procedures: In a 5-L separable flask, 5.69 g (15.8 mmol) of diethyl 2,5-dibromoadipate, 301 ml 

(2.1 0 mol) of BA, 286 ml (2.64 mol) of EA, and 1 62 ml (1 .26 mol) of MEA were charged and subjected to polymerization. 

At a BA conversion rate of 96%, an EA conversion rate of 96%, and an MEA conversion rate of 98%, 636 ml (3.94 

mol) of TBMA was added to the reaction solution. At a TBMA conversion rate of 77%, the reaction was terminated. 

[0226] GPC analysis of the resultant acrylic block copolymer 100T3A6 showed a number-average molecular weight 
30 Mn of 90,41 6 and a molecular weight distribution Mw/Mn of 1 .43. 

Production Example 10 

Synthesis of TBMA-b-(BA-co-MEA)-b-TBMA (BA/I^EA = 50/50 mol%, (BA-co-MEA)/TBMA = 60/40 (% by weight)) 
35 block copolymer (referred to as "1 00T2A6" hereinafter) 

[0227] The target block copolymer 1 00T2A6 was produced by the same method as in Production Example 1 except 
the following procedureis: In a 5-L separable flask, 5.45 g (1 5.1 mmol) of diethyl 2,5-dibromoadipate, 369 ml (2.57 mol) 
of BA, and 331 ml (2.57 mol) of MEA were charged and subjected to polymerization. At a BA conversion rate of 94% 
40 and an MEA conversion rate of 97%, 503 mi (3.10 mol) of TBMA was added to the reaction solution. At a TBMA 
conversion rate of 72%, the reaction was temninated. 

[0228] GPC analysis of the resultant block copolymer 1 00T2A6 shovred a number-average molecular weight Mn of 
80,400 and a molecular weight distribution Mw/Mn of 1 .55. 

45 Production Example 11 

Synthesis of (MM A-co-TBMA)-b-(BA-co-M EA)-b-(MMA-co-TBMA) (MMA/TBMA=60/40mol%, BA/M EA = 67/33 mol%, 
(BA-co-MEA)/(MMA-co-TBMA) = 65/35% by weight) block copolymer (referred to as "40T2A'6.5" hereinafter) 

so [0229] The target block copolymer 40T2A'6.5 was produced by the same method as in Production Example 1 except 
the following procedures: In a 5-L separable flask, 5.34 g (1 4.8 mmol) of diethyl 2,5-dibromoadipate, 51 8 mi (3.61 mol) 
of BA, and 232 mi (1 .80 mol) of MEA were charged and subjected to polymerization. At a BA conversion rate of 95% 
and an MEA conversion rate of 97%, 311 ml (1 .93 mol) of TBMA and 308 ml (2.90 mol) of MMA were added to the 
reaction solution. At a TBMA conversion rate of 68% and an MMA conversion rate of S2%, the reaction was temiinated. 

55 [0230] GPC analysis of the resultant block copolymer 40T2A'6.5 showed a number-average molecular weight Mn 
of 1 02,500 and a molecular weight distribution Mw/Mn of 1 .36. 
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Production Example 12 

Synthesis of (MIVIA-CO-TBlVIA)-b-(BA-co-2EHA)-b-(IVIIVIA-C0-TBMA) (MIVIArrBMA = 50/50 mol%, BA/2EHA = 70/30% 
by weight, (BA-co-2EHA)/(l\/IMA-co-TBMA) = 80/20% by weight) acrylic blocl<; copolymer (referred to as "50TEBA8" 
s hereinafter) 

[0231] The target block copolymer 50TEBA8 was produced by the same method as in Production Example 1 except 
the following procedures: In a 5-L separable f lasl<, 5.55 g (1 5.4 mmol) of diethyl 2,5-dibromoadipate, 696 ml (4.85 mol) 
of BA, and 304 ml (1 .46 mol) of 2EHA were charged and subjected to polymerization. At a BA conversion rate of 95% 
10 and a 2EHA conversion rate of 95%, 1 26 ml (1 .39 mol) of TBMA and 124 ml (1 .39 mol) of MMA were added to the 
reaction solution. At a TBMA conversion rate of 83% and an MMA conversion rate of 80%, the reaction wastemninated. 
[0232] GPC analysis of the resultant acrylic block copolymer 50TEBA8 showed a number-average molecular weight . 
Mn of 95,830 and a molecular weight distribution Mw/Mn of 1 .34. 

15 Production Example 13 

Synthesis of MMA-BA-MMA (B/VMMA = 70/30% by weight) acrylic block copolymer (referred to as "BA7" hereinafter) 

[0233] The procedures below were performed for producing BA7. 

[0234] The air in a 5-L separable flask used as a polymerization vessel was replaced by nitrogen, and 1 1 .3 g (78.5 
mmol) of copper bromide and 1 80 mL of acetonitrile (dried over molecular sieve 3A and then bubbled with nitrogen) 
were added to the flask. After stirring under heating at 70°C for 5 minutes, the temperature was returned to room 
temperature, and then 5.7 g (1 5.7 mmol) of diethyl 2,5-dibromoadipate serving as an Initiator and 804.6 g (900.0 ml) 
of n-butyl acrylate were added to the flask. The resultant mixture was stirred under heating at 80=0, and 1 .6 ml (7.9 

S5 mmol) of diethylenetriamine was added as a ligand to initiate polymerization. Afterthe initiation of polymerization , about 
0.2 mL of a solution was sampled from the polymerization solution with predetemiined time intervals, and the conversion 
rate of butyl acrylate was detemiined by gas chromatographic analysis of each sampled solution. The polymerization 
rate was controlled by adding triamine at any desired time. At a conversion rate of n-butyl acrylate of 95%. 345.7 g 
(369.3 ml) of methyl methacrylate, 7.8 g (78.5 mmol) of copper chloride, 1 .6 ml (7.9 mmol) of diethylenetriamine, and 

30 1 1 07.9 ml of toluene (dried over molecular sieve 3A and then bubbled with nitrogen) were added to the reaction solution. 
Similarly, the conversion rate of methyl methacrylate was determined. At a conversion rate of methyl methacrylate of 
85% and a conversion rate of n-butyl acrylate of 98%, 1500 ml of toluene was added to the reaction solutton, and the 
reactor was cooled In a water bath to temilnate the reaction. The polymerization solution was constantly green during 
the reaction. 

35 [0235] The reaction solution was diluted with 4000 mL of toluene, and then 22.1 g of p-toluenesulfonic acid mono- 
hydrate was added to the reaction solution, followed by stirring at 23°C for 3 hours. The insoluble precipitate was 
filtered off with a Kiriyama funnel, and then 9.7 g of Kyowaad 500SH was added as an adsorbent to the resultant 
polymer solution, followed by further stirring at 23°C for 3 hours. Then, the adsorbent was filtered off with a Kiriyama 
funnel to produce a colorless transparent polymer solution. The resultant solution was dried to remove the solvent and 
the residual monomers, and thereby the target acrylic block copolymer BA7 was obtained. 

[0236] GPC analysis of the resultant acrylic block copolymer BA7 showed a number-average molecular weight Mn 
of 1 1 9,200 and a molecular weight distribution Mw/Mn of 1 .51 . Also, NMR anialysis of the composition showed that BA/ 
MMA = 72/28 (% by weight). 

45 Production Example 14 

Synthesis of MMA-b-(BA-co-EA-co-MEA)-b-MMA ((BA-co-EA-co-MEA)/MMA = 70/30% by weight) acrylic block 
copolymer (referred to as "3A7" hereinafter) 

50 [0237] The procedures below were performed for producing 3A7. 

[0238] The air in a 500-mL separable flask used as a polymerization vessel was replaced by nitrogen, and 1 .37 g 
(9.5 mmol) of copper bromide, 20 mL of acetonitrile (bubbled with nitrogen), 0.69 g (1 .9 mmol) of diethyl 2,5-dibro- 
moadipate serving as an initiator, 402 ml (280 mmol) of BA, 38.2 ml (352 mmol) of EA, and 21 .8 ml (1 68 mmol) of 
M EA were added to the flask by the same procedures as in Example 1 . Then, 0.20 ml (1 .0 mmol) of diethylenetriamine 

55 was added as a ligand to initiate polymerization. 

[0239] At a BA conversion rate of 95%, an EA conversion rate of 95%, and an MEA conversion rate of 96%, 42.8 
ml (400 mmol) of MMA, 1 .82 g (1 8.5 mmol) of copper chloride, 0.20 ml (1 .0 mmol) of diethylenetriamine, and 1 28.5 ml 
of toluene (bubbled with nitrogen) were added to the reaction solution. At a BA conversion rate of 97%, an EA conversion 
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rate of 97%, and an MEA conversion rate of 98%, and an MMA conversion rate of 82%, 1 50 ml of toluene was added 
to the reaction solution, and the reactor was cooled in a water bath to terminate the reaction. 
[0240] The reaction solution was diluted with 400 mL of toluene, and then 2.21 g of p-toluenesulfonic acid monohy- 
drate was added to the reaction solution, followed by stirring at ZS'C for3 hours. The insoluble precipitate was filtered 
5 off with a Kiriyama funnel, and then 0.97 g of Kyowaad 500SH was added as an adsorbent to the resultant polymer 
solution, followed by further stirring at 23°C for 3 hours. Then, the adsorbent was filtered off with a Kiriyama funnel to 
produce a colorless transparent polymer solution. The resultant solution was dried to remove the solvent and the 
residual monomers, and theretiy the target acrylic block copolymer 3A7 was obtained. 

[0241] GPC analysis of the resultant acrylic block copolymer showed a number-average molecular weight Mn of 
10 1 1 3,000 and a molecular weight distribution Mw/Mn of 1 .49. Also, NM R analysis of the composition showed that EA/ 
BA/MEA/MMA = 24/33/15/28 (% by weight). 

Production Example 15 

15 Synthesis of MMA-b-(BA-co-MEA)-b-MMA (BA/MEA = 67/33 mol%, (BA-co-MEA)/MMA = 65«5% by weight) block 
copolymer (referred to as "2A'6.5" hereinafter) 

[0242] The air in a 5-L separable flask was replaced by nitrogen, and 1 0.4 g (72.2 mmol) of copper bromide. 1 0.4 g 
(28.9 mmol) of diethyl 2,5-dibromoadlpate, 691 ml (4.82 mol) of BA. 309 ml (2.41 mol) of MEA, and 100 ml (1.91 mol) 

20 of acetonltrile were added to the flask, followed by stlmng under heating at SS-C for 30 minutes. Then, 1 .64 ml (7.85 
mmol) of diethylenetriamine was added as a ligand to initiate polymerization. The polymerization rate was controlled 
by adding triamine at any desired time. At a BA conversion rate of 97% and an MEA conversion rate of 98%, 1 050 ml 
(9.86 mol) of toluene, 7. 1 5 g (72,2 mmol) of copper chloride, and 535 ml (5 .00 mol) of MMA were added to the reaction 
solution. The polymerization rate was controlled by adding triamine at any desired time. At an MMA conversion rate 

25 of 89%, 1 500 ml of toluene was added, and the reactor was cooled to terminate the reaction. 

[0243] The reaction solution was diluted with 4.0 L of toluene, and then 20.6 g of p-toluenesulfonic acid monohydrate 
was added to the reaction solution, followed by stirring at room temperature for 3 hours. The solid was filtered off with 
a Kiriyama funnel, and then 14.4 g of Kyowaad 500SH (produced by Kyowa Chemical industry Co., Ltd.) was added 
as an adsorbent to the resultant polymer solution, followed by further stirring at room temperature for 1 hour. Then, 

30 the adsorbent was filtered off with a Kiriyama funnel to produce a colorless transparent polymer solution. The resultant 
solution was dried to remove the sohrent and the residual monomers, and thereby the target acrylic block copolymer 
2A'6.5 was obtained. 

[0244] GPC analysis of the resultant block copolymer 2A'6.5 showed a number-average molecular weight Mn of 
71 ,41 6 and a molecular weight distribution Mw/Mn of 1 .40. 

35 

Production Example 16 

Synthesis of MMA-b-(BA-oo-2EHA)-b-MMA (BA/2EHA = 70/30% by weight, {BA-co-2EHA)fl^MA = 80/20% by weight) 
acrylic block copolymer (referred to as "EBA8" hereinafter) 

40 

[0245] The target acrylic block copolymer EBM was produced by the same method as in Production Example 1 
except the following procedures: In a 5-L separable flask, 5.55 g (15.4 mmol) of diethyl 2,5-dibromoadipate, 695 ml 
(4.85 mol) of BA, and 305 ml (1 .46 mol) of 2EHA were charged and subjected to polymerization. At a BA conversion 
rate of 95% and a 2EHA conversion rate of 95%, 299 ml (3.35 mol) of MMA was added to the reaction solution. At a 
45 IVIMA conversion rate of 70%, the reaction was tenninated. 

[0246] GPC analysis of the resultant acrylic block copolymer EBA8 showed a number-average molecular weight Mn 
of 1 09,184 and a molecular weight distribution Mw/Mn of 1 .33. 

Production Example 17 

50 

Synthesis of 50TBA7-B1 

[0247] In a 500-L reactor purged with nitrogen and then evacuated, a solution previously prepared by mixing 6,272 
g of acetonltrile and 8,940 g of BA was charged under reduced pressure. Next, 81 3.7 g of cuprous bromide was charged 
55 to the reactor, andthe resultant mixture was heatedto68''Candstirredfor30 minutes. Then, amixed solution containing 
57,21 6.0 g of BA and 1 ,305.4 g of butyl acetate, and a solution of 408.4 g of diethyl 2,5-dibromoadipate in 3,528.0 g 
of acetonltrile were added to the mixture, followed by stirring for 30 minutes under heating to 75''C. Then, 982 g of 
pentamethyldiethylenetriamine was added to the resultant mixture to initiate polymerization of butyl acrylate for a first 
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block. The polymerization rate was controiled by adding triamine at any desired time. Wlien tine BA conversion rate 
reached 95%, 1 00,249.6 g of toluene, 561 .5 g of cuprous chloride, 1 7,459.8 g of MMA, and 24,797.4 g of TBMA were 
added to the reaction solution, and then 98.2 g of pentamethyldiethylenetriamine was added to the mixture to initiate 
copolymerization of MMA/TBMAfor a second bloclc. When the MIVIAconversion rate reached 58%, the reaction solution 

5 was diluted with 77,940 g of toluene, and the reactor was cooled to terminate polymerization. GPC analysis of the 
resultant block copolymer showed a number-average molecular weight Mn of 104,800 and a molecular weight distri- 
bution Mw/Mn of 1 .25. Then, toluene was added to the resultant block copolymer solution to control the polymer con- 
centration to 25 wt%, and 728 g of p-toluenesulfonic acid was added to the solution, followed by stirring at room tem- 
perature for3 hours in the reactor purged with nitrogen. Asolution was sampled from the reaction solution and subjected 

w to neutralization. Afterthe solution was confirmed to be colorless and transparent, the reaction was tenninated. Then, 
the solution was taken out from the reactor, and the solid was removed by solid-liquid separation. Then, 1,200 g of 
Kyowaad 500SH (produced by KyowaChemical Industry Co., Ltd.) was added to the resultant block copolymer solution, 
followed by stirring at room temperature for 1 hour In the reactor purged with nitrogen. A solution was sampled from 
the reaction solution. Afterthe solution was confimied to be neutral, the reaction was terminated. Then, the solution 

rs was taken out from the reactor, and the adsorbent was removed by solid-liquid separation. The polymer solution was 
supplied to a vented horizontal evaporator (produced by Kurimoto, Ud., horizontal evaporator SCP-1 00) for evaporating 
the solvent and the unreacted monomers to isolate a polymer. The temperature of the body jacket and screw of the 
evaporator was adjusted to 180°C using a heating medium, and the inside of the evaporator was kept at a reduced 
pressure of about 0.01 MPa or less using a vacuum pump. As a result, pellets of the title block copolymer were produced. 

Production Example 18 ■ . 

Synthesis of 20T3A6.8-B1 

25 [0248] In a 500-L reactor purged with nitrogen and then evacuated, a solution previously prepared by mixing 7,056 
g of acetonitrile and 8,046 g of BA was charged under reduced pressure. Next, 851 .5 g of cuprous bromide was charged 

to the reactor, and the resultant mixture was heated to 68°Candstirredfor30 minutes. Then, a mixed solution containing 
14,588.8 g of BA, 22,226.9 g of EA, 13,789.9 g of MEA, and 1 ,11 1 ,3 g of butyl acetate, and asolution of 427.4of diethyl 
2,5-dibromoadipate in 2,822.4 g of acetonitrile were added to the mixture, followed by further stlmng for 30 minutes , 

30 under heating to 75''C. Then, 1 02.9 g of pentamethyidiethylenetriamine was added to the resultant mixture to initiate 
copolymerization of BA/EA/MEA for a first block. The polymerization rate was controlled by adding triamine at any 
desired time. When the BA conversion rate reached S5%, 96,202.9 g of toluene, 587.7 g of cuprous chloride, 30,513.5 
g of MMA, and 1 0,834.2 g of TBMA were added to the reaction solution, and then 102.9 g of pentamethyldiethylene- 
triamine was added to the mixture to Initiate copolymerization of MMA/TBMA for a second block. When the MMA 

35 conversion rate reached 59%, the reaction solution was diluted with 69,280 g. of toluene, and the reactor was cooled 
to tennlnate polymerization. GPC analysis of the resultant block copolymershowed a number-average molecularweight 
Mn of 95,900 and a molecularweight distribution Mw/Mn of 1.36. Then, toluene was added to the resultant block 
copolymer solution to control the polymer concentration to 24 wt%, and 847 g of p-toluenesulfonic acid was added to 
the solution, followed by stirring at room temperature for 3 hours in the reactor purged with nitrogen. A solution was 
sampled from the reaction solution and subjected to neutralization. Afterthe solution was confinned to be colorless 
and transparent, the reaction was terminated. Then, the solution was taken out from the reactor, and the solid was 
removed by solid-liquid separation. Then, 940 g of Kyowaad 500SH (produced by Kyowa Chemical Industry Co., Ltd.) 
was added to the resultant block copolymer solution, followed by stirring at room temperature for 2 hours in the reactor 
purged with nitrogen. A solution was sampled from the reaction solution. Afterthe solution was confirmed to be neutral, 

45 the reaction was terminated. Pellets of the title block copolymer were produced by the same method as in Production 
Example 17. 

Production Example 19 

so Synthesis of 20T3A6.8-B2 

[0249] in a 500-L reactor purged with nitrogen and then evacuated, a solution previously prepared by mixing 32,694.7 
g of BA. 32,105.6 g of EA, 19,91 8.7 g of MEA, 2,430.4 g of acetonitrile, and 1 ,605.2 g of butyl acetate was charged 
under reduced pressure. Next, 615.0 g of cuprous bromide was charged to the reactor, and the resultant mixture was 
55 stirred for 1 5 minutes. Then, a solution of 61 7.4 g of diethyl 2,5-dibromQadipate in 4,704.0 g of acetonitrile was added 
to the mixture, followed by further stirring for 50 minutes under heating to 75">C. Then, 74.3 g of pentamethyldiethyl- 
enetriamine was added to the resultant mixture to Initiate copolymerization of BA/EA/MEA for a first block. The polym- 
erization rate was controlled by adding triamine at any desired time. When the BA conversion rate reached 96%, 
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73,751.1 g of toluene, 424.4 g of cuprous chloride, 29,530.3 g of MMA, and 10,485.1 g of TBMA were added to the 
reaction solution, and then 74.3 g of pentamethyldiethylenetriamine was added to the mixture to initiate copolymeri- 
zation of MIVIA/TBIVIA for a second block. The polymerization rate was controlled by adding triamine at any desired 
time. When the MMA conversion rate reached 91%, the reaction solution was diluted with 220,000 g of toluene, and 

s the reactor was cooled to terminate polymerization. GPC analysis of the resultant block copolymer showed a number- 
average molecular weight Mn of 110,200 and a molecular weight distribution Mw/Mn of 1 .27. Then, toluene was added 
to the resultant block copolymer solution to control the polymer concentration to 25 wt%, and 1 ,468 g of p-toluenesul- 
fonic acid was added to the solution, followed by stirring at room temperature for 3 hours In the reactor purged virith 
nitrogen. A solution was sampled from the reaction solution and subjected to neutralization. After the solution was 

10 confirmed to be colorless and transparent, the reaction was terminated. Then, the solution was taken out from the 
reactor, and the solid was removed by solid-liquid separation. Then, 1 ,680 g of Kyowaad 500SH (produced by Kyowa 
Chemical Industry Co., Ltd.) was added to the resultant block copolymer solution, followed by stirring at room temper- 
ature for 1 hour in the reactor purged with nitrogen. A solution was sampled from the reaction solution. After the solution 
was confirmed to be neutral, the reaction was temilnated. Pellets of the title block copolymer were produced by the 

IS same method as in Production Example 17. 

Production Example 20 
Synthesis 20T3A6-B1 

20 

[0250] First, 371 .8 g of diethyl 2,5-dlbromoadipate, 17,604,8 g of BA, 1 7,287.6 g of EA, and 1 0,725.4 g of MEA were 
charged and subjected to polymerization. When the BA conversion rate reached 95%, 33,333.3 g of MMA and 1 1 ,835.4 
g of TBMA were added to the reaction mixture. When the MMA conversion rate reached 58%, the reaction was termi- 
nated. Then, pellets of the title block copolymer were produced by the same method as in Production Example 1 8. 
25 GPC analysis of the resultant acrylic block copolymer showed a number-average molecular weight Mn of 1 03,400 and 
a molecular weight distribution Mw/Mn of 1 .36. 

Production Example 21 

30 Synthesis of 50T3A6.5-B1 

[0251 ] First, 483.0 g of diethyl 2,5-dibromoadipate, 24,431 .2 g of BA, 23,991 .0 g of EA, and 14,884.3 g of M EA were 
charged and subjected to polymerization. When the BA conversion rate reached 95%, 21 ,046.7 g of MMA and 29,891 .6 
g of TBMA were added to the reaction mixture. When the MMA conversion rate reached 58%, the reaction was terml- 
35 nated. Then, pellets of the title block copolymer were produced by the same method as in Production Example 1 8. 
[0252] GPC analysis of the resultant acrylic block copolymer showed a number-average molecular weight Mn of 
98,900 and a molecular weight distribution Mw/Mn of 1 .28. 

Production Example 22 

40 . ■ 

Synthesis of 50T3A6-B1 

[0253] First, 424.9 g of diethyl 2,5<iibromoadlpate, 20,1 1 9.8 g of BA, 1 9,757.3 g of EA, and 1 2,257.7 g of M EA were 
charged and subjected to polymerization. When the BA conversion rate reached 94%, 21 ,51 6.7 g of MMA and 30,559 .2 
45 g of TBMA were added to the reaction mixture. When the MMA conversion rate reached 56%, the reaction was termi- 
nated. Then, pellets of the title block copolymer were produced by the same method as in Production Example 18. 
GPC analysis of the resultant acrylic block copolymer showed a number-average molecular weight Mn of 1 01 ,200 and 
a molecular weight distribution Mw/Mn of 1.28. 

so Production Example 23 

Synthesis of 40T2A'6.5-B1 

[0254] First, 421 .7 g of diethyl 2,5-dibromoadipate, 37,031.5 g of BA, and 18,800.7 g of MEA were charged for 
ss polyhnerization. When a BA conversion rate reached 95%, 23.103.6 g of MMA and 21 ,875.3 g of TBMA were added 
to the reaction mixture. When an MMA conversion rate reached 61%, the reaction was tenninated. Then, pellets of 
the title block copolymer were produced by the same method as in Production Example 19. 
[0255] GPC analysis of the resultant acrylic block copolymer showed a number-average molecular weight Mn of 
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93,700 and a molecular weight distribution Mw/IWn of 1 .36. 

Production Example 24 

5 Synthesis 50TEBA8-B1 

[0256] First, 377.1 g of dietfiyl 2,5-dibromoadipate, 42,289.3 g of BA, and 18,337.1 g of 2EHA were cfiarged and 
subjected to polymerization. When the BA conversion rate reached 95%, 7,865.0 g of N/IMA and 1 1 ,1 70.3 g of TBMA 
were added to the reaction mixture. When the MMA conversion rate reached 71 %, the reaction was tenninated.Then, 
10 pellets of the title block copolymer were produced by the same method as in Production Example 18. 

[0257] GPC analysis of the resultant acrylic block copolymer showed a number:average molecular weight Mn of 
91 ,800 and a molecular weight distribution Mw/Mn of 1 .29. 

Production Example 25 

Synthesis of BA7-B1 

[0258] In a 500-L synthetic reactor, 339.0 g of diethyl 2,5-dibromoadipate and 48,276.0 g of BA were charged and 
subjected to polymerization. When the BA conversion rate reached 96%, 31 ,094.8 g of MMA was added to the reaction 
mixture. When the MMA conversion rate reached 60%, the reaction was terminated. Then, pellets of the title block 
copolymer were produced by the same method as In Production Example 17. 

[0259] GPC analysis of the resultant acrylic block copolymer showed a number-average molecular weight Mn of 
1 05,300 and a molecular weight distribution Mw/Mn of 1 .38. 

25 Production Example 26 

Synthesis of 3A6-B1 

[0260] First, 360.4 g of diethyl 2,5-dibromoadipate, 16,167.7 g of BA, 15,876.4 g of EA, and 9,849.9 g of MEA were 
30 charged and subjected to polymerization. When the BA conversion rate reached 96%, 41 ,887.0 g of MMA was,added 
to the reaction mixture. When the MMA conversion rate reached 61%, the reaction was terminated. Then, pellets of 
the title block copolymer were produced by the same method as in Production Example 18. 
[0261] GPC analysis of the resultant acrylic block copolymer showed a number-average molecular weight Mn of 
104,200 and a molecular weight distribution Mw/Mn of 1.36. 

Production Example 27 

Synthesis of 2A'6.S-B1 

[0262] First, 611.5 g of diethyl 2,5-dibromoadipate, 53,720.6 g of BA, and 27,232.8 g of MEA were charged for 
polymerization. When the BA conversion rate reached 96%, 43,528.4 g of MMA was added to the reaction mixture. 
When the MMA conversion rate reached 92%, the reaction was temninated. Then, pellets of the title block copolymer 
were produced by the same method as in Production Example 19. GPC analysis of the resultant acrylic block copolymer 
showed a number-average molecular weight Mn of 1 08,300 and a molecular weight distribution Mw/Mn of 1 .33. 

45 

Production Example 28 

Synthesis of MMA-b-(BA-co-TBA)-b-MMA (BAATBA = 97.5/2.5 mol%. (BA-co-TBA)/MMA = 70/30% by weight) acrylic 
block copolymer (referred to as "2.5STBA7" hereinafter) 

50 

[0263] The target acrylic block copolymer 2.5STBA7 was produced by the same method as in Production Example 
1 except the following procedures: In a 5-L separable flask, 5.65 g (15.7 mmol) of diethyl 2,5-dibromoadipate, 877 ml 
(6. 1 2 mol) of BA, and 22.9 ml (0.1 6 mol) of TBA were charged and subjected to polymerization. When the BA conversion 
rate reached 95% and the TBA conversion rate reached 95%, 369 ml (3.45 mol) of MMA was added to the reaction 
55 mixture. When the MMA conversion rate reached 65%, the reaction was terminated. 

[0264] GPC analysis of the resultant acrylic block copolymer 2.5STBA7 showed a number-average molecular weight 
Mn of 116,000 and a molecular weight distribution Mw/Mn of 1 .52. 
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Production Example 29 

Synthesis of MMA-b-(BA-co-TBA)-b-MMA (BATTBA = 90/10 mol%, (BA-co-TBA)/MMA= 70/30% by weight) acrylic 
block copolymer (referred to as "1 0STBA7" hereinafter) 

[0265] The target acrylic block copolymer 1 0STBA7 was produced by the same method as in Production Example 
1 except the following procedures: In a 5-L separable flask. 5.64 g (15.7 mmol) of diethyl 2,5-dibromoadlpate, 808 ml 
(5.64 mo!) of BA, and 91 .6 ml (0.63 mol) of TBA were charged and subjectedto polymerization. When the BA conversion 
rate reached 95% and the TBA conversion rate reached 96%, 461 ml (4.31 mol) of MMA was added to the reaction 
10 mixture. When the MMA cohveraion rate reached 79%, the reaction was tenninated. 

[0266] G PC analysis of the resultant acrylic block copolymer 1 0STBA7 showed a number-average molecular weight 
Mn of 113,408 and a molecular weight distribution Mw/Mn of 1.35. 

Example 1 

IS 

Reaction of conversion to acid anhydride group in acrylb block copolymer 50TBA7 and characteristic evaluation 

[0267] First, 45 g of the acrylic block copolymer 50TBA7 produced in Production Example 1 and 0.09 g of Irganox 
1010 (produced by Ciba Specialty Chemicals Inc.) were mett-kneaded at 100 rpm for 20 minutes with Labo Plastomill 

20 50C150 (blade shape: roller shape B60, produced by Toyo Seiki Co., Ltd.) set to 240°C to produce the target acid 
anhydride group-containing acrylic block copolymer (referred to as "SOANBA/" hereinafter). 
[0268] Conversion tp an .acid anhydride group and a carboxyl group of a tert-butyl ester site could be confinned by 
IR (infrared absorption spectrum) and 13C(1H)-NMR (nuclear magnetic resonance spectrum). Namely, in IR, an ab- 
sorption spectrum derived from the acid anhydride group was observed at about 1800 cm-'' after conversion. In '^CCH) 

25 -NMR, signals at 82 ppm and 28 ppm derived from the quaternary carbon of a tert-butyl group and carbon of a methyl 
group, respectively, disappeared after conversion, and signals at 1 72 to 1 73 ppm(m) and 1 76 to 1 79 ppm(m) derived 
from carbonyl cariDon of the add anhydride group and carbonyl carbon of the carboxyl group, respectively, newly 
appeared. The contents of a monomer containing the acid anhydrkJe group and a monomer containing the carboxyl 
group were 24% by weight and 21% by weight, respectively, in the methacrylk: pojymer block of the resultant acrylic 

30 block copolymer. The contents were calculated from the integrated values of the above-described signals in 13C(^H) 
-NMR. 

[0269] The resultant bulk sample was molded by heat pressing at 240''C to produce a cylindrical molded product of 
30 mm in diameter and 1 2 mm in thickness for evaluating compression set. The molded product was used formeasuring 
hardness and compression set. Similarly, a molded sheet product having a thickness of 2 rnmiAras produced by heat 
35 pressing. The molded sheet product was used for measuring oil resistance, mechanical strength, and heat resistance. 
Furthemnore, the sheet molded product was again milled and kneaded by Labo Plastomill for evaluating the recycling 
property. 

[O27O] Thermogravimetrc analysis of the acid anhydride group-containing acrylic block copolymer 50AN BA7 showed 
a 5% weight loss temperature of 357°C. 

40 . 

Examples 2 to 12 

Reaction of conversion to add anhydride group and characteristic evaluation 

45 [0271] The acrylic block copolymers (5TBA7, 20TBA7, 100TBA7. 5T3A7, 20T3A7, 20T3A6, 50T3A6, 100T3Ae. 
100T2A6, 40T2A'6.5, and 50TEBA8) produced in Production Examples 2 to 11 and 12 were used for producing acid 
anhydride group-containing acrylic block copolymers (the resultant acrylic block copolymers are refen-ed to as 
"5ANBA7", "20ANBA7", "100ANBA7", "5AN3A7", "20AN3A7", "20AN3A6", "50AN3A6", "100AN3A6", "100AN2A6". 
"40AN2A'6.5", and "50ANEBA8", respectively, hereinafter) according to the same procedures as in Example 1 . 

50 [0272] As in Example 1 , the contents of a monomer containing the acid anhydride group and a monomer containing 
the carboxyl group were calculated by ^^cChD-NMR analysis. 

[0273] The contents of the monomer containing the acid anhydride group and the monomer containing the carisoxyl 
group in the methacrylic polymer block of the resultant acrylic block copolymers are described below in that order. 
[0274] The contents in the methacrylic polymer block of 5ANBA7 were respectively 2% by weight and 4% by vvelght. 
55 [0275] The contents In the methacrylic polymer block of 20ANBA7 were respectively 1 1 % by weight and 1 9% by 
weight. 

[0276] The contents In the methacrylic polymer block of 100ANBA7 were respectively 69% by weight and 31% by 
weight. 
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[0277] The contents in the niethacrylic polymer block of 5AN3A7 were respectively 2% by weight and 7% by weight, 
[0278] The contents in the methacrylic polymer block of 20AN3A6 were respectively 3% by weight and 1 7% by weight. 
[0279] The contents in the methacrylic polymer block of 50AN3A6 were respectively 22% by weight and 18% by 
weight. 

[0280] The contents In the methactyllc polymer block of 1 00AN3A6 were respectively 45% by weight and 55% by 
weight. 

[0281 ] The contents in the methacrylic polymer block of 40AN2A'6.5 were respectively 20% by weight and 20% by 
weight. 

[0282] The contents in the methacrylic polymer block of 50ANEBA8 were respectively 26% by weight and 27% by 
weight. 

[0283] Also, cylindrical molded products of 30 mm in diameter and 12 mm in thickness for evaluating compression 
set were fomned by the same procedures as In Example 1 . These molded products were used for measuring hardness 
and compression set. Similarly, molded sheet products of 2 mm in thickness were fomied by heat pressing. These 
sheet products were used for measuring oil resistance, mechanical strength, and heat resistance. The molded sheet 
products were again milled and kneaded by Plastomill for evaluating the recycling property. 

Example 13 

Hydrolytic carboxylation of acid anhydride group-containing acrylic block copolymer and characteristic evaluation 

[0284] First, 20 g of 20AN3A6 and 40 g of water were placed in a pressure-resistant vessel , and the resultant mixture 
was heated at 200°C for 2 hours to produce the taiget carboxyi-containing acrylic block copolymer (refen-ed to as 
"20C3A6" hereinafter). 

[0285] Conversion of the acid anhydride group to the carboxyl group could be confinned by IR (infrared absorption 
spectrum) and ■'3C(''H)-NMR analysis (nuclear magnetic resonance spectrum). 

[0286] Namely, in IR analysis, an absorption spectrum at about 1800 cm"'' derived from the acid anhydride group 
disappeared after conversion. In 13C(1H)-NMR analysis, a signal at 1 72 to 1 73 ppm(m) derived from carbonyl carbon 
of the acid anhydride group was quantitatively converted to a signal at 1 76 to 1 79 ppm(m) derived from carbonyl carbon 
of the carboxyl group. 

[0287] The heat resistance of the resultant carboxyi-containing acrylic block copolymer was measured by a KokashikI 
flow meter. Also, 100 parts by weight of the resultant catboxyl-containing acrylic block copolymer was mixed with 0.2 
parts by weight of Irganox 1010 (Ciba Specialty Chemicals Inc.), and the resultant mixture was melt-kneaded at 50 
rpm for 20 minutes with Labo Plastomill (produced by Toyo SeikI Co. , Ltd.) set at 240'C to produce a bulk sample. The 
resulting sample was heat-pressed at 240°C to obtain a molded product of 2 mm in thtekness for evaluating physical 
properties. 

Example 1 4 

[0288] A target carboxyi-containing acrylic block copolymer (referred to as "50C3A6" hereinafter) was produced by 
the same method as in Example 13 except that 50AN3A6 was used. Also, samples for evaluating properties were 
formed by the same method as in Example 13. 

Example 15 

[0289] A target carboxyi-containing acrylicblock copolymer (refen-ed to as "1 00C3AB" hereinafter) was produced by 
the same method as in Example 13 except that 100AN3A6 was used. Also, samples for evaluating properties vvei 
fonned by the same method as in Example 13. 

Comparative Examples 1 to 4 

[0290] First, 100 parts by weight of the copolymer produced in each of Production Examples 13 to 16 was mixed 
with 0.2 parts by weight of Irganox 1010 (Ciba Specialty Chemicals Inc.), and the resultant mixture was melt-kneacied 
at 50 rpm for 20 minutes with Labo Plastomill (produced by Toyo Seiki Co., Ltd.) set at 190°C to produce a bulk sample. 
[0291 ] The resulting samples were heat-pressed at 1 gO-C to obtain cylindrical molded products of 30 mm in diameter 
and 12 mm in thickness for evaluating compression set. These molded products were used for measuring hardness 
and compression set. Similarly, molded sheet products of 2 mm in thickness were formed by heat pressing. These 
sheet products were used for measuring oil resistance, mechanical strength, and heat resistance. The molded sheet 
products were again milled and kneaded by Plastomill for evaluating the recycling properly 
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[0292] As a result of thermogravimetric analysis of the acrylic block copolymer BA7 not containing an acid anhydride 
group and produced in Comparative Example 1 ., the 5% weight loss temperature was ZBO'C. This indicates that thennal 
decomposition resistance is signlffcantly Improved by introducing an acid anhydride group. 

5 Comparative Example 5 

[0293] Santoprene 211-55 (AES Japan Co., Ltd.), whith was an olefinic elastomer, was melt-kneaded with Labo 
Plastomlll (produced by Toyo Seiki Co., Ltd.) set at ^70'C at a screw rotational speed of 100 rpm to obtain a sample. 
[0294] The resulting sample was heat-pressed at 1 ZCC to obtain a cylindrical molded product of 30 mm in diameter 
10 and 12 mm in thickness. The molded producSt was used for measuring hardness and compression set. Similarly, a 
molded sheet product of 2 mm in thickness was formed by heat pressing at 1 JQ'C. The sheet product was used for 
measuring oii resistance, mechanical strength, and heat resistance. 

As a result, it was found that with the olefinic elastomer, the compression set was good, but the oii resistance was at 
an insufficient level. 



Comparative Example 6 

[0295] Pelprene P-30B (Toyobo Co., Ltd.), which was an ester elastomer, was melt-kneaded with Labo Plastomlll 
(produced by Toyo Selkl Co., Ltd.) set at 1 gcC at a screw rotational speed of 50 rpm to obtain a sample. 
20 [0296] The resulting sample was heat-pressed at 1 gcC to obtain a cylindrical molded product of 30 mm in diameter 
and 12 mm in thickness. The molded product was used for measuring hardness and compression set. Similarly, a 
rtiolded sheet product of 2 mm In thickness was fomned by heat pressing at 190°C. The sheet product was used for 
measuring oil resistance, mechanical strength, and heat resistance. 

As a result, it was found that with the polyester elastomer, the mechanical properties were good, but flexibility was 
25 insufficient even with a low-hardness grade, and the oil resistance and compression set were also insufficient. 



Comparative Example 7 

£0297] Disks of 30 mm in diameter were cut out of a cross-linked chloroprene (CR) molded sheet product of 2 mm 
3D in thickness, and six disks were stacked to obtain a molded product for evaluating compression set. The molded product 
was used for measuring hardness and compression set. Also, a dumbbell was cut out of a molded sheet product and 
used for evaluating oil resistance and tensile properties. Furthennore, the molded sheet product was again milled and 
Kneaded by Plastomlll for evaluating the recycling property. As a result, It was found that with cross-linked chloroprene, 
the mechanical properties, oil resistance, and compression set were good, but the sample could not be recycled. 



so 
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Table 2 





Example 


13 


14 


15 


Polymer 


20C3A6 


50C3A6 


1 O0C3A6 


Hardness JIS-A 








Strsngth at brsak (MPa) 


11.7 


10.1 


4.8 


Elongation at break (%) 


332 


248 


342 


Heat resistance ("C) 


173.1 


192.1 


190.1 


Oil resistance (wt%) 


13.6 


18.5 


21.7 


Compression set (%) 1 0CC, 22H 


49.5 


55.6 


42.5 


Recycling property 


O 


O 


O 



Table 3 



20 






Comparative Example 










2 


3 


4 


5 . 


6 


7 




Polymer 


BA7 


3A7 


2A'6.5 


EBA8 


211-55 


P-30B 


OR 


25 


Hardness JIS-A 


22 


38 


55 


2 


53 


79 


63 




Strength at break (MPa) 


86 


6.6 


8.4 


3.4 


4.5 


25 


17 




. Elongation at break (%) 


339 


621 


338 


542 


438 


1426 


350 




Heat resistance ("C) 


119 


111 




95 


154.3 


144.5 




30 


■ Oil resistance immersion 


Rate of weight change 
(wt%) 


54.9 


21 


36.1 




189.5 


64 


30 






Shape after 




O 


0-A 






A 


O 




Compression set (%) 




















70''C, 22H 




49 


76 




83 


28.7 


65 






lOO'C, 22H 




70 


100 


98 


100 










laCC, 22H 
















33 


40 


5% weiglit less temp. (°C) 


280 


287 














Recycling property 


0 


0 


0 


o 


0 


0 


X 



[0298] Table 1 shows the test results of Examples 1 to 12, Table 2 shows the test results of Examples 13 to 1 5, and 

45 Table 3 shows the test results of Comparative Examples 1 to 7. 

[0299] These results indicate that the acid anhydride group-containing block copolymer is excellent in compression 
set at a high temperature, and has improved heat resistance and thermal decomposition resistance, as compared with 
the block copolymernot containing the acid anhydride group (Examples 1 to 12). It is also found that strength required 
for molding or the like Is maintained. It is further found that materials having various degrees of hardness from low 

50 hardness to liigh hardness while maintaining flexibility can be produced by controlling the composition of the acrylic 
polymer blocl( in the acid anhydride group-containing acrylic block copolymer, the composition ratio between the acrylic 
polymer block and the methacrylic polymer block, and the content of the acid anhydride group. 
[0300] It is further found that the acid anhydride group-containing block copolymer comprising the acrylic polymer 
block composed of BA is a material excellent in flexibility and balance between heat resistance, mechanical properties, 

55 and low-temperature properties. 

[0301] It is further found that the acid anhydride group-containing block copolymer comprising the acrylic polymer 
block composed of BA, EA, and WIEA is a material very excellent in oil resistance and excellent in balance between 
heat resistance and mechanical properties. 
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[0302] It is further found that the acid anfiydride group-containing blocl< copolymer comprising the acrylic polymer 
block composed of BA and MEA Is a material excellent balance between oil resistance, heat resistance, and mechanical 
properties. 

[0303] It Is further found that the acid anhydride group-containing block copolymer comprising the acrylic polymer 
5 block composed of BA and 2EHA is a material having flexibility and very low hardness, and excellent balance between 
heat resistance, mechanical properties, and low-temperature properties. 

[0304] It is further found that the block copolymer containing a carboxyl group produced by hydrolytic ring opening 
of the acid anhydride group has excellent compression set at high temperatures and improved heat resistance (Ex- 
amples 13 to 1 5). It is further found that strength required for molding is maintained. In addition, it is found that the 

10 cohesive force is improved by introducing the carboxyl group, but such a block copolymer is a material exhibiting low 
hardness and excellent compression set and mechanical strength while maintaining hardness. 
[0305] On the other hand, it is found that the samples of Comparative Examples 1 to 4 have the recycling property, 
but the compression set, heat resistance, and thennal docomposltion resistance are insufficient. It is also found that 
the sample of Comparative Example 5 has the recycling property and excellent compression set, but the oil resistance 

IS is insufficient. It is further found that the sample of Comparative Example 6 has the recycling property and excellent 
tensile properties; but the oil resistance and compression set are insufficient, and flexibility is also insufficient. It is 
further found that the sample of Comparative Example 7 has excellent tensile properties and compression set, but 
recycling is impossible because it comprises cross-linked rubber. 

[0306] Tables 1 to 3 Indicate that the thenrioplastic elastomercompositions of the present invention have the recycling 
property and excellent compression set, oil resistance, and heat resistance, and maintains strength required for molding 
or the like. It is also found that the cohesive force Is Improved by introducing a functional group, but the compositions 
are materials exhibiting low hardness, flexibility, and excellent compression set and mechanical strength. 

Example 16 

25 

Reaction of conversion to acid anhydride group in 20T3A6 

[0307] First, 1 00 parts by weight of the polymer 20T3A6 produced in Production Example 7 was mixed with 0.2 parts 
by weight of Irganox 1010 (Ciba Specialty Chemicals Inc.), and the resultant mixture was kneaded and extruded with 

30 a vented twin screw extmder (44 mm, UD = 42.25) (produced by Japan Steel Works, Ltd.) at a rotational speed of 50 
rpm and at 240° C to produce a target acid anhydride group-containing acrylic block copolymer 20AN3A6. As in Example 
1 , conversion to an acid anhydride group of a tert-butyl ester site could be confirmed by IR (infrared absorption spec- 
trum) and •'3C(''H)-NIVIR (nuclear magnetic resonance spectrum). It was thus confirmed that an acid anhydride group- 
containing acrylic block copolymer can be produced by any of various processing machines, and that such a block 

3s copolymer can be produced by an extruder to simplify the production process. 

Example 1 7 

Reaction of conversion to acid anhydride group and characteristic evaluation 

[0308] First, 1 00 parts by weight of the polymer 50TBA7-B1 produced in Production Example 1 7 was mixed with 0.3 
parts by weight of Irganox 1010 (Ciba Specialty Chemicals inc.), and the resultant mixture was kneaded and extruded 
with a vented twin screw extruder (44 mm, UD = 42.25) (produced by Japan Steel Works, Ltd.) at a rotational speed 
of 300 rpm and at 240''C to produce a target acid anhydride group-containing acrylic block copolymer 50ANBA7-B1 . 
45 In this example, an underwater cut pelletizer (produced by GALA INDUSTRIES INC. CLS-B-B.1 COMPACT LAB SYS- 
TEM) was connected to the front end of the twin screw extmder, and Alflow H-50ES (produced by NOF Corporation) 
was added as an anti-sticking agent to circulating water in the undenwater cut pelletizer for producing anti-stlcking 
spherical pellets. 

[0309] As in Example 1, conversion to an acid anhydride group of a tert-butyl ester site could be conflmed by IR 
50 (infrared absorption spectrum) and i3C("'H)-r\IMR (nuclear magnetic resonance spectrum). Also, the resulting pellets 
were melt-kneaded at 100 rpm for 10 minutes with Labo Plastomill (produced by Toyo Seiki Co., Ltd.) set at 220°C, 
and then heat-pressed at 220°C to obtain a cylindrical molded product of 30 mm in diameter and 12 mm in thickness 
for evaluating compression set. The molded product was used for measuring hardness and compression set. Similarly, 
a molded sheet product of 2 mm in thickness was fomied by heat pressing. The sheet product was used for measuring 
55 oil resistance, mechanical strength, and heat resistance. Also, the molded sheet product was again milled and kneaded 
by Plastomill to evaluate the recycling property 
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Examples 1 8 to 24 

Reaction of conversion to acid anhydride group and characteristic evaluation 

5 [0310] The acrylic blocl< copoiymers (20T3A6.8-B1 , 20T3A6.8-B2, 20T3A6-B1, 50T3A6.5-B1 , 50T3A6-B1 , 
40T2A'6.5-B1 , and 50TEBA8-B1 ) produced in Production Examples 1 8 to 24 were used for producing acid anhydride 
group-containing acrylic block copolymers (referred to as "20AN3AB.8-B1", "20AN3A6.8-B2", "20AN3A6-B1", 
"50AN3A6.5-B1", "50AN3A6-B1", "40AN'2A6.5-B1", and "SOANEBAB-BI" respectively, hereinafter) by the same pro- 
cedures as in Example 17. 

10 [0311] Cylindrical molded products of 30 mm in diameter and 12 mm in thickness for evaluating compression set 
were formed by the same procedures as in Example 1 7. These molded products were used for measuring hardness 
and compression set. Similarly, molded sheet products of 2 mm in thickness were fomned by heat pressing. These 
sheet products were used for measuring oil resistance, mechanical strength, and heat resistance. Also, the molded 
sheet products were again milled and kneaded by Plastomill to evaluate the recycling property. 

15 

Comparative Examples 8 to 10 

[0312] FItst, 100 parts by weight of each of the polymers BA7-B1. 3A6-B1 , and 2A'6.5-B1 produced in Production 
Examples 25 to 27, respectively, was mixed with 0.3 parts by weight of Irganox 1 01 0 (Ciba Specialty Chemicals Inc.), 

20 and the resultant mixture was kneaded and extruded with a vented twin screw extmder (44 mm, L/D = 42.25) (produced 
by Japan Steel Works, Ltd.) at a rotational speed of 300 rpm and at 1 90°C. I n this example, an undenivater cut pelletizer 
(produced by GALA INDUSTRIES INC. CLS-6-B.1 COMPACT LAB SYSTEM) was connected to the front end of the 
twin screw extruder, and Alflow H-50ES (produced by NOF Corporation) was added as an anti-sticking agent to circu- 
lating water In the underwater cut pelletizer, for producing anti-sticking spherical pellets. 

25 [0313] The resulting pellets were melt-kneaded at 50 rpm for 10 minutes with Labo Plastomill (produced by Toyo 
Seiki Co., Ltd.) set at 1 90°C to obtain bulk samples. 

[031 4] Each of the samples was heat-pressed at 1 90°C to obtain a cylindrical molded product of 30 mm In diameter 
and 12 mm In thickness for evaluating compression set. The molded products were used for measuring hardness and 
compression set Similarly, molded sheet products of 2 mm In thickness were formed by heat pressing. The sheet 
30 products were used for measuring oil resistance, mechanical strength, and heat resistance. Also, the molded sheet 
products were again milled and kneaded by Piastomill to evaluate the recycling property. 
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[0315] Table 4 shows the test results of Examples 1 7 to 24 and Comparative Examples 8 to 1 0. 
[0316] These results indicate that pelletization and reaction of conversion to an acid anhydride group can be per- 
formed with an extruder, and the acid anhydride group-containing blocl< copolymer produced by the extruder exhibits 
excellent compression set at high temperatures and improved heat resistance and compression set characteristics, 

5 as compared with the blocl< copolymer not containing the acid anhydride group, it is also found that strength required 
for molding or the like Is maintained. It Is further found thai materials having various degrees of hardness from low 
hardness to high hardness while maintaining flexibility can be produced by controlling the composition of the acrylic 
polymer block In the acid anhydride group-containing acrylic block copolymer, the composition ratio between the acrylic 
polymer block and the methacryiic polymer block, and the content of the acid anhydride group. 

10 [031 7] Table 4 indicates Itiat the themioplastic elastomer compositions of the present Invention have the recycling 
property and excellent compression set characteristics, oil resistance and heat resistance, and maintains strength 
required for molding. It is also found that cohesive force is improved by introducing a functional group, but the compo- 
sitions are materials exhibiting low hardness, flexbility, and excellent compression set and mechanical strength. 

IS Example 25 

Hydrolytic carboxylation of acid anhydride group-containing block copolymer 

[0318] First, 100 parts by weight of 20AN3A6 was mixed with 0.2 parts by weight of Irganox 1010 (Ciba Specialty 
20 Chemicals Inc.), and the resultant mixture was extruded and kneaded by a visible extruder (30 mm, L/D = 36) (produced 
by Research Laboratory of Plastfcs Technology Co., Ltd.) including two thermomixers (30 mm, L/D = 12) (produced 
by Noritake Co., Limited) provided at the front end at a rotational speed of 25 rpm and 200''C under the condition in 
which water was supplied at 0.14 kg/hr under pressure, to obtain e target carboxyl-oontaining block copolymer 
(20C3A6), 

25 [0319] Conversion of an acid anhydride group to a carboxyl group could be confinmed by IR (infrared absorption 
spectrum) and ■'3C(^H)-NMR (nuclear magnetic resonance spoctrum). 

[0320] Namely, in IR analysis, an absorption spectrum at about 1800 cm-i derived from the acid anhydride disap- 
peared after conversion. In 13C(1H)-NMR, a signal at 172 to 173 ppm(m) derived from carbonyl cartjon of the add 
anhydride group was quantitatively converted to a signal at 176 to 179 ppm(m) derived from cariaonyl carison of the 
30 carboxyl group. 

[0321] It was thus confirmed that a cartjoxyl-containing acrylic block copolymer can be produced by ring-opening 
reaction of an acid anhydride group using any of various processing machines. It Is also found that sucti a copolymer 
can be produced by an extruder, ttiereby simplifying the production process. 

35 <Themioplastlc resin composttion> 

Example 26 

Reaction of conversion to acid anhydride group In acrylk; block copolymer 2.5STBA7 

40 

[0322] First, 45 g of the acrylic block copolymer 2.5STBA7 produced In Production Example 28 was mixed with 0.09 
g of Irganox 1010 (Ciba Specialty Chemicals Inc.), and the resultant mixture was melt-kneaded for 20 minutes with 
Labo Plastomill (produced by Toyo Seiki Co., Ltd.) set at 240"C at 100 rpm to obtain a target acid anhydride group- 
containing acrylic block copolymer (referred to as "2.5SANBA7" hereinafter). 

45 [0323] Conversion to an acid anhydride group and a carboxyl group of a tert-butyl ester site could be confirmed by 
IR (infrared absorption spectrum) and i3C(''H)-NMR (nuclear magnetic resonance spectmm). Namely, in IR analysis, 
an absorption spectrum derived from the acid anhydride group could be observed at about 1 800cm-i after conversion. 
The contents of a monomer containing the acid anhydride and a monomer containing the carisoxyl group were 0.6% 
by weight and 1 .9% by weight, respectively, in the acrylic polymer block of the resultant acrylic block copolymer. 

50 [0324] The contents of the monomers containing the acid anhydride group and the carboxyl group, respectively, were 
calculated by a method in which the cartDoxyl group in the acrylic block copolymer was methylated with diazomefhane, 
and then subjected to pyrolysis GC (using GC-9A produced by Shimadzu Corporation). 

[0325] Then , 30 parts by weight of UBESTA 301 2U (Ube Industries, Ltd.) was added to 1 00 parts by weight of the 
resultant 2.5SANBA7, and the resultant mixture was kneaded for 20 minutes with Labo Plastomill (produced bv Toyo 
55 Seiki Co., Ltd.) set at 1 0O'C at a rotational speed of 1 00 ipm to obtain a bulk sample. The resultant bulk sample was 
heat-pressed at 1 90°C to obtain a cylindrical molded product of 30 mm in diameter and 1 2 mm in thickness for eval uating 
compression set. The molded product was used for measuring handness and compression set. Similarly, a molded 
sheet product of 2 mm in thickness was fomied by heat pressing. The sheet product was used for measuring oil 
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resistance and mechanical strength. 
Example 27 

5 Reaction of conversion to acid anhydride group in acrylic block copolymer 1 0STBA7 

[0326] A target acid anhydride group-containing acrylic blocic copolymer (referred to as "10SANBA7" hereinafter) 
was produced by reaction of conversion to an acid anhydride group in the same manner as in Example 26 except that 
the acrylic block copolymer 10STBA7 produced in Production Example 29 was used. The copolymer was kneaded 
10 with UBESTA 3012U by the same method as in Example 26 to produce a sample for evaluation. The contents of a 
monomer containing the acid anhydride and a monomer containing the oarboxyl group were 2% by weight and 7% by 
weight, respectively, in the acrylic polymer block of the resultant acrylic block copolymer. The contents were calculated 
from the integral value of the above-described signal in i^cphD-NMR analysis. 

[0327] Furthermore, the copolymer was kneaded with UBESTA 301 2U by the same method as in Example 26 to 

15 produce a sample for evaluation. 

Comparative Example 11 

[0328] First, 0.2 parts by weight of Irganox 1010 (Ciba Specialty Chemicals Inc.) and 30 parts by weight of UBESTA 
301 2U (Ube Industries, Ltd.) were added to 1 00 parts by weight of BA7 produced In Production Example 13, and the 
resultant mixture was kneaded for 20 minutes with Labo Plastomlll (produced by Toyo Seiki Co., Ltd.) set at 1 90°C at 
a rotational speed of 1 00 rpm to obtain a bulk sample. The resultant bulk sample was heat-pressed at 1 go°C to obtain 
a cylindrical molded product of 30 mm in diameter and 1 2 mm in thickness for evaluating compression set. The molded 
product was used for measuring hardness and compression set. Similarly, a molded sheet product of 2 mm in thickness 
25 was formed by heat pressing. The sheet product was used for measuring oil resistance and mechanical strength. 
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[0329] Table 5 shows the results of Examples 26 and 27 and Comparative Example 11. Table 5 indicates that the 
composttions containing the acrylic block copolymer comprising the acrylic polymer block having the acid anhydride 
group have flexibility and excellent mechanical strength, oil resistance, and compression set, as compared with the 
composition containing the acrylic block copolymer not having the acid anhydride group. 

[0330] An increase in the acetone-insoluble content (%) shows reaction between polyamide resin and the acid an- 
hydride group-containing block copolymer. Therefore, the acid anhydride group-containing acrylic block copolymer and 
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a composition containing the acid anhydride group-containing acrylic biocic copolymer and a thermoplastic resin can 
be preferably used as compatibilizers. 

Example 28 

5 

[0331] First, 1 00 parts by weight of polybutylene terephthalate resin (DURANEX 2002 produced by Polyplastics Co., 
Ltd.) was added to 1 00 parts by weight of 20ANBA7. and the resultant mixture was kneaded for 20 minutes by Labo 
Plastomill (produced by Toyo SeikI Co., Ltd.) set at 240°C at a rotational speed of 100 rpm to obtain a bulk sample. 
The resultant bulk sample was heat-pressed at 240°C to obtain a molded product of 2 mm in thickness for evaluating 
10 physical properties. Test samples with predetemiined shapes were punched from the molded product and used for 
evaluating the physical properties. 

Example 29 

15 [0332] A molded product for evaluation was formed by the same method as in Example 28 except that 1 00 parts by 
weight of DAIAMID E47-S1 (Daicel Huls Ltd.) was added to 1 00 parts by weight of the acid anhydride group-containing 
acrylic block copolymer 20ANBA7, and the resultant mixture was kneaded for 20 minutes with Labo Plastomill (pro- 
duced by Toyo Seiki Co., Ltd.) set at igO'C at a rotational speed of 100 rpm, and then heat-pressed at ^90PC. 

20 Example 30 

[0333] A molded product for evaluation was formed by the same method as in Example 2B except that 1 00 parts by 
weight of UBESTA 3012U (Ube Industries, Ltd.) was added to 1 00 parts by weight of 20ANBA7. 

25 Comparative Example 12 

[0334] First, polybutylene terephthalate resin (DURANEX 2002 produced by Polyplasttes Co., Ltd ) was kneaded for 
20 minutes with Labo Plastomill (produced by Toyo Seiki Co., Ltd.) set at 240''C at a rotational speed of 100 rpm to 
obtain a bulk sample. The resultant bulk sample was heat-pressed at 240"'C to obtain a molded product of 2 mm in 
30 thickness for evaluating physical properties. 

[0335] Test samples with predetermined shapes were punched from the molded product and used for evaluating the 
physical properties. 

Comparative Example 1 3 

35 

[0336] A molded product for evaluation was formed by the same method as in Comparative Example 12 except that 
Daiamid E47-S1 (Daicel Huls Ltd.) was used. 

Comparative Example 14 

40 

[0337] A molded product for evaluation was formed by the same method as in Comparative Example 1 2 except that 
UBESTA 3012U (Ube Industries, Ltd.) was used. 

Comparative Example 15 

[0338] A molded product for evaluation was formed by the same method as in Comparative Example 1 2 except that 
20ANBA7 was used. 
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[0339] Table 6 shows the test results of Examples 28 to 30 and Comparative Examples 12 to 15. Table 6 Indicates 
that according to the present Invention, a molded product having desired flexibility can be obtained. In Examples 29 
and 30. an increase in the acetone-insoluble content (wt%) shows reaction between the resin and the acid anhydride 
55 group-containing block copolymer. Therefore, the acid anhydride group-containing acrylic block copolymer and a com- 
position containing the acid anhydride group-containing acrylic block copolymer and a thermoplastic resin can be pref- 
erably used as compatibilizers. 
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<Rubber composition and thermoplastic elastomer compositlon> 
Example 31 

5 [0340] First, 10 parts by weight of cross-linked rubber 1 (silicone-acryl composite rubber, produced by Mitsubishi 
Rayon Co., Ltd., S-2001) was added to 100 parts by weight of the acid anhydride group-containing block copolymer 
20AN3A6, and the resultant mixture was kneaded for 1 0 minutes by Labo Plastomill (produced by Toyo Seiki Co. , Ltd.) 
set at 180°C at a rotational speed of 100 rpm to obtain a bulk sample. 

[0341] The resultant composition was molded into a cylindrical product of 30 mm in diameter and 1 2 mm in thickness, 
10 and the molded product was used for evaluating hardness and compression set. Also, the composition was heat- 
pressed at 1 BO°C to obtain a molded product of 2 mm in thickness for evaluating physical properties. The molded 
product was used for measuring oil resistance, tensile properties, and low-temperaturo brittlenoss. 

Examples 32 and 33 

[0342] In Example 32, 10 parts by weight of cross-linked rubber 2 (powdery NBR, produced by JSR Co., Ltd., 
PN20HA) was added to 1 00 parts by weight of the carboxyl-containing block copolymer (20C3A6). In Example 33,10 
parts by weight of cross-linked rubber 1 (silicone-acryl composite rubber, produced by Mitsubishi Rayon Co.. Lid., S- 
2001 ) was added to 1 00 parts by weight of the block copolymer (20C3A6). Each of the resultant mixtures was kneaded 
20 for 1 0 minutes with Labo Plastomill (produced by Toyo Seiki Co., Ltd.) set at 1 BO-Q at a rotational speed of 1 00 rpm 
to obtain a bulk sample. Evaluation was performed by the same method as in Example 32. 

Example 34 

25 [0343] A molded product for evaluation was fonned by ttie same method as In Example 31 except that 57 parts by 
weight of cross-linked rubber 1 (silicone-acryl composite rubber, produced by Mitsubishi Rayon Co., Ltd., S-2001) was 
added to 100 parts by weight of the carboxyl-containing block copolymer 100C3A6, and the resultant mixture was 
kneaded for 1 0 minutes with Labo Plastomill (produced by Toyo Seiki Co., Ltd.) set at 230°C at a rotational speed of 
100 rpm, and heat-pressed at 230°C. 

30 

Example 35 

[0344] A molded product for evaluation was •fonned by the same method as in Example 31 except that 64.5 parts 
by weight of cross-linked rubber 1 (silicone-acryl composite rubber, produced by Mitsubishi Rayon Co., Ltd., S-2001 ), 
35 0.6 parts by weight of lubricant 1 (stearic acid, produced by Nacalai Tesque), and 1 .6 parts by weight of an inorganic 
filler 1 (carbon black, produced by Asahl Carbon Co., Ltd., Asahi #15) were added to 1 00 parts by weight of the carboxyl- 
containing block copolymer 1 00C3A6. Then, the resultant mixture was kneaded for 1 0 minutes with Labo Plastomill 
(produced by Toyo Seiki Co., Ltd.) set at 230''C at a rotational speed of 1 00 rpm, and heat-pressed at 230''C. 

40 Example 7B 

[0345] The molded sheet product of 2 mm in thickness fonned by heat-pressing In Example 7 was used for measuring 
low-temperature brittleness. 

45 Example 13B 

[0346] First, 1 00 parts by weight of the carboxyl-containing block copolymer 20C3A6 was mixed with 0.2 parts by 
weight of Irganox 1010 (Ciba Specialty Chemicals Inc.), and the resultant mixture was melt-kneaded at 100 rpm for 
20 minutes with Labo Plastomill (produced by Toyo Seiki Co., Ltd.) set at 1 80°C to produce a bulk sample. The resulting 
50 sample was heat-pressed at 1 80°C to obtain a cylindrical molded product of 30 mm in diameter and 1 2 mm In thickness 
for evaluating compression set. The molded product was used (or measuring hardness and compression set. Similarly, 
the resultant composition was heat-pressed at 1 80°C to obtain a molded sheet product of 2 mm in thickness for eval- 
uating physical properties. The sheet product was used for measuring oil resistance, tensile properties, and low-tem- 
perature brittleness. 

55 

Example 15B 

[0347] First, 1 00 parts by weight of the carboxyl-containing block copolymer 1 00C3A6 was mixed with 0.2 parts by 
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weight of Irganox 1010 {Ciba Specialty Chemicals Inc.), and the resultant mixture was melt-kneaded at 100 rpm for 
20 minutes with Labo Plastomiil (produced by Toyo SeikI Co., Ltd.) set at 230°C to produce a bulk sample. 
[0348] Evaluation was made by the same method as In Example 13B except that the resulting sample was heat- 
pressed at 230°C. 
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[0349] Table 7 shows the test results of Examples 31 to 35 and Examples 7B, 13B, and 15B. The results shown in 
Table 7 indicate that In Examples 31 to 35, a molded product having desired flexibility, compression set, oil resistance, 
and tensile properties can be obtained even when cross-linked rubber is added. It is also found that by adding cross- 
linked rubber having low Tg, the low-temperature brittleness can be improved without deterioration in oil resistance. 

5 

<Filler-contalning composition> 
Example 36 

10 [0350] First, 5 parts by weight of a lubricant 1 (stearic acid, produced by Nacalai Tesque) and 0.25 parts by weight 
of an inorganic filler 1 (carbon black, produced by Asahi Carbon Co., Ltd., Asahi #15) were added to 100 parts by 
weight of the carboxyl-containing block copolymer 20C3A6, and the resultant mixture was kneaded for 1 0 minutes with 
Labo Plastomill (produced by Toyo Seiki Co., Ltd.) set at 1 80°C at a rotational speed of 1 00 rpm to obtain a bulk sample. 
[0351] The resultant composition was heat-pressed at ISO'C to obtain a cylindrical molded product of 30 mm in 

15 diameter and 12 mm In thickness. The molded product was used for evaluating hardness and compression set. Sim- 
ilarly, the composition was heat-pressed to obtain a molded sheet product of 2 mm in thickness. The molded sheet 
product was used for measuring oil resistance, tensile properties, and frictionality, and further measuring processability. 

Example 37 

[0352] Molded products were formed by the same method as In Example 36 except that 20 parts by weight of a 
lubricant 1 (stearic acid, produced by Nacalai Tesque) and 1 .25 parts by weight of an inorganic filler 1 (carton black, 
produced by Asahi Carbon Co., Ltd., Asahi #15) were added to 100 parts by weight of the acid anhydride group- 
containing block copolymer 20AN3A6. 

25 

Example 38 

[0353] Molded products were fornied by the same method as in Example 36 except that 2 parts by weight of a 
lubricant 2 (zinc stearate, produced by NOF Corporation) and 10 parts by weight of an inorganic filler 2 (carbon black, 
30 produced by Asahi Carbon Co., Ltd., Asahi #60HN) were added to 1 00 parts by weight of the carboxyl-containin g block 
copolymer 20C3A6. 

Example 39 

35 [0354] Molded products were formed by the same method as in Example 36 except that 5 parts by weight of a 
lubricant 3 (calcium stearate, produced by Sakai Chemical Co., Ltd., SC-1 00) and 0.25 parts by weight of an inorganic 
filler 2 (carbon black, produced by Asahi Carbon Co., Ltd., Asahi #60HN) were added to 100 parts by weight of the 
carboxyl-containing block copolymer 20C3A6. 

Comparative Examples 18 and 2B 

[0355] The molded sheet products of 2 mm in thickness fomied by heat pressing in Comparative Examples 1 and 2 
were used for evaluating frictionality. The levels of frictionality of these products could not be measured because of 
high tackiness. 

45 

Example 13C 

[0356] The molded sheet product of 2 mm in thickness formed by heat pressing in Example 1 3B was used for eval- 
uating frictionality. The molded sheet product was finely cut into pellets for measuring the processing temperature. 

Example 40 

[0357] First, 25 parts by weight of a plasticizer (polybulyl acrylate, produced by Toa Gosei Co., Ltd., UP-1000), 3 
parts by weight of a lubricant 2 (zinc stearate, produced by Sakai Chemical Co., Ltd., SZ-2000), and 15 parts by weight 
55 of an inorganic filler 2 (carbon black, produced by Asahi Carbon Co., Ltd., Asahi #60HN) were added to 1 00 parts by 
weight of the carboxyl-containing block copolymer 20C3A6. and the resultant mixture was kneaded for 1 0 minutes by 
Labo Plastomill (produced by Toyo Seiki Co., Ltd.) set at 1 SCC at a rotational speed of 1 00 rpm to obtain a bulk sample. 
The resultant composition was heat-pressed at 1 SCC to obtain a cylindrical molded product of 30 mm in diameter and 
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12 mm in thickness. The molded product was used for evaluating hardness and compression set. Similarly, the com- 
position was heat-pressed to obtain a molded sheet product of 2 = in thickness. The molded sheet product was used 
for measuring oil resistance and tensile properties. As a result, it was found that a molded product having desired 
flexibility, compression, set. oil resistance, and tensile properties could be obtained even by adding a plasticizer 
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[0358] Table 8 shows the test result of Examples 36 to 40, Comparative Examples 1 B and 2B, and Example 1 SC. 
The results shown in Table 8 indicate that the compositions containing the acrylic block copolymer of the present 
invention, the lubricant, and the inorganic filler exhibit desired flexibility, oil resistance, compression set, and tensile 
properties, and low dynamic f rictlonality at resin surfaces. 
5 [0359] Comparison between Examples 36 and 13C shows that the processing temperature can be decreased by 
adding the lubricant and the inorganic filler to the acrylic block copolymer of the present invention, and thus satisfactory 
molding can be performed in injection molding or the like. 

. <Compatibilizer> 

10 

Example 41 

[0360] First, 25 parts by weight of UBESTA 301 2U (Ube Industries, Ltd.) and 4 parts by weight of 20ANBA7 were 
added to 1 00 parts by weight of BA7, and the resultant mixture was kneaded for 20 minutes with Labo Plastomill set 
IS at 240''C at a rotational speed of 100 rpm to obtain a bulk sample. The resultant sample was heat-pressed.at 240°C 
to obtain a molded product of 2 mm in thickness for evaluating physical properties. A test piece with a predetermined 
shape was punched from the molded product and used for evaluating each of the physical properties. 

Comparative Example 16 

20 

[0361 ] First, 25 parts by weight of UBESTA 301 2U (Ube Industries, Ltd.) was added to 1 00 parts by weight of BA7 , 
and the resultant mixture was kneaded for 20 minutes by Labo Plastomill set at 240°C at a rotational speed of 1 00 
rpm to obtain a bulk sample. The resultant sample was heat-pressed at 240°C to obtain a molded product of 2 mm in 
thickness for evaluating physical properties. A test piece with a predetermined shape was punched from the molded 
25 product and used for evaluating each of the physical properties. 



Table 9 
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[0362] Table 9 shows the test results of Example 41 and Comparative Example 1 6. Table 9 Indicates that according 
to the present invention, the composition containing the acid anhydride group-containing block copolymer has an im- 
proved elongation at break, and thus desirably acts as the compatibillzer between UBESTA 3012U and MBAM. 
[0363] These results indicate that the acrylic block copolymer of the present invention is rich in flexibility and excellent 
in mechanical strength, moldablllty, oil resistance, heat resistance, and themrial decomposition resistance, and is further 
rich in reactivity. It is also found that a novel composition rich in flextoility, oil resistance, and heat resistance can be 
obtained by combining the acrylic block copolymer of the present invention with the rubber or the themoplastic resin 
and/or the thermoplastic elastomer. It is further found that the acrylic block copolymer of the present invention can be 
preferably widely used for automobile, electric, and electronic parts because of excellent oil resistance, heat resistance, 
and compression set. 

Industrial Applicability 

[0364] The acrylic block copolymer of the present invention is rich in flexibility and excellent in mechanical strength, 
moldablllty, oil resistance, heat resistance, thermal decomposition resistance, and weather resistance, and is ;urlher 
rich in reactivity. Therefore, the acrylic block copolymer of the present invention can be preferably used as a novel 
themioplastic elastomer, a compatibillzer, and the like. By utilizing these characteristics, the novel acrylic block copol- 
ymer of the present invention and a composition containing the block copolymer can be preferably widely used for 
automobile, electric, and electronic parts (for example, seal products for automobiles, seal products for home electric 
appliances, and seal products for office electric appliances). 
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Claims 



1. An acrylic block copolymer (A) comprising a mettnacrylic polymer block (a) and an acrylic polymer block (b), at 
least one of tlie polymer blocks containing, in its main chain, at least one acid anhydride group (c) represented by 



(wherein Rls each represent hydrogen ora methyl group and may be the same or different, n represents an integer 
of 0 to 3, and m represents an integer of 0 or 1). 

2. The acrylic block copolymer according to claim 1 , containing 0.1 % by weight to 50% by weight of a carboxyl group 



3. The acrylic block copolymer according to claim 1 , wherein the acrylic block copolymer is at least one type selected 
from the group consisting of (a-b)n, b-(a-b)p, and (a-b)n-a. 

4. The acrylic block copolymer according to claim 1 , wherein the number-average molecular weight is 30,000 to 
500,000. 

5. The acrylic block copolymer according to claim 1 , wherein the ratio (Mw/Mn) of the weight-average molecular 
weight (Mw) to the number-average molecular weight (Win) according to gel permeation chromatographic meas- 
urement is 1 to 1 .8. 

6. The acrylic block copolymer according to claim 1 , comprising 5% by weight to 80% by weight of the methacrylic 
polymer block (a) and 95% by weight to 20% by weight of the acrylic polymer block (b). . 

7. The acrylic block copolyrher according to claim 1 , wherein the methacrylic polymer block (a) contains the acid 
anhydride group (c). 

8. The acrylic block copolymer according to claim 1 , wherein the acrylic polymer block (b) contains the acid anhydride 

group (c). 

9. The acrylic block copolymer according to claim 7, wherein the content of the acid anhydride group (c) is 0.1% by 
weight to 99.9% by weight. 

10. The acrylic block copolymer according to claim 8, wherein the content of the acid anhydride group (c) is 0.1% by 
weight to 99.9% by weight. 

11 . The acrylic block copolymer acconding to claim 1 , wherein the carboxyl group (d) Is contained in the block containing 
the acid anhydride group (c). 

12. The acrylic block copolymer according to claim 1 , wherein the acrylic polymer block (b) comprises 50% by weight 
to 100% by weight of at least one acrylate selected from the group consisting of n-butyl acrylate, ethyl acrylate, 
and 2-methoxyethyl acrylate, and 0% by weight to 50% by weight of another acrylate and/or a vinyl monomer 
copolymerizable with the acrylate. 

13. The acrylic block copolymer according to claim 1, wherein the acrylic polymer block (b) comprises n-butyl acrylate, 
ethyl acrylate, and 2-methoxyethyI acrylate. 



fomiula(1): 




(1) 
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14. The acrylic block copolymer according to claim 1 wherein the acrylic polymer block (b) comprises n-butyl acrylate 
and 2-methoxyethyl acrylate. 

15. The acrylic block copolymer according to claim 1 , wherein the acrylic polymer block (b) comprises n-butyl acrylate 
5 and 2-ethylh6xyl acrylate. 

16. The acrylic block copolymer according to claim 1 , containing a carboxyl group (e) produced In its side chains by 
hydrolytic ring opening of the acid anhydride group. 

10 17. The acrylic block copolymer according to claim 1 , wherein the acrylic block copolymer is produced by atom transfer 
radical polymerization. 

18. A composition comprising the acrylic block copolymer (A) according to claim 1 and at least one selected from the 
group consisting of cross-linked rubber (B), a thermoplastic resin (C), a themioplastic elastomer (D), a lubricant 

IS (E), an inorganic filler (F), and a stabilizer (G). 

19. The composition according to claim 1 8, comprising 0.5% by weight to 99£% by weight of the acrylic block copol- 
ymer (A), and 99.5% by weight to 0.5% by weight of the thermoplastic resin (C) and/or the thermoplastic elastomer 
(D). 

20 

20. The conposition according to claim 1 9, whereiri the thermoplastic resin (C) is selected from the group co nsisting 
of a polyvinyl chloride resin, a polymethyl methacrylate resin, an acrylonitrile-styrene copolymer resin, a methyl 
methacrylate-styrene copolymer resin, a polycarbonate resin, a polyester resin, and a polyamide resin, and the 
thennoplastic elastomer (D) is selected from the group consisting of a styrene elastomer, ain olefin elastomer, an 

25 urethane elastomer, a vinyl chloride elastomer, an amide elastomer, an ester elastomer, and an acryl elastomer. 

21 . The composition according to clairn 1 8,. comprising 0.01 parts by weight to 50 parts by weight of the lubricant (E) 
and/or 0.01 parts by weight to 300.parts by weight of the inorganic filler (F) on the basis of 1 00 parts by weight of 
the acrylic block copolymer (A). ' , 

30 .'' : ' : 

22. The composition according to claim 18, wherein the acrylic block copolymel- (A) contains at least one acrylate unit 
selected from the group consisting of a n-bu^l acrylate unit, an ethyl acrylate unit, and a 2-methoxyethyl acrylate 

unit. ' : : : ■ 

35 23. A process for producing the acrylic block copolymer according to claim 1 , the process comprising melt-kneading 
an acrylic block copolymer (A') at a temperature of 180°C to SOCC, the acrylic block copolymer (A') comprising a 
methacryiic polymer block (a) and an acrylic polymer block (b), at least one of the polymer blocks containing, in 
Its main chain, at least one unit represented by fomiula (2): 

40 



45 




50 

(wherein represents hydrogen or a nriethyl group, and R^s each represent hydrogen, a methyl group, or a phenyl 
group, and may be the same or d'rfferent as long as at least one R3 is a methyl group). 

24. The process according to claim 23, wherein the acrylic block copolymer (A') Is produced by controlled radical 
55 polymerization. 

25. A process for producing the acrylic block copolymer acconjing to claim 16, comprising melt-kneading the acrylic 
block copolymer (A) with water. 
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26. A seal product produced by molding the acrylic block copolymer (A) according to claim 1 . 

27. A seal product comprising the composition according to claim 1 8. 

28. An automobile, electric, or electronic part comprising the acrylic block copolymer (A) according to claim 1 . 

29. An automobile, electric, or electronic part comprising the composition according to claim 18. 
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